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(54) Semiconductor device and method of manufacturing the same 

(57) The present invention relates to a semiconduc- 
tor device including a circuit composed of thin film trarv , 
sistors having a novel GOLD (Gate-Overlapped LDD 
(Lightly Doped Drain)) structure. The thin film transistor 
comprises a first gate electrode and a second electrode 
being in contact with the first gate electrode and a gate 
insulating film. Further, the LDD is formed by using the 
first gate electrode as a mask, and source and drain 
regions are formed by using the second gate electrode 
as the mask. Then, the LDD overlapping with the sec- 
ond gate electrode is formed. This structure provides 
the thin film transistor with high reliability. 
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Description 

BACKGROUND OF THE INVENTION 

1 . Field of the Invention s 

[00011 The present invention relates to a semicon- 
ductor device inducing a circuit composed of a thin film 
transistor on a substrate that has an insulating surface, 
and to a method of manufacturing the same. For io 
instance, the invention relates to the construction of an 
electro-optical device, exemplified by a liquid crystal dis- 
play device, and an electronic equipment provided with 
the electro-optical device. Incidentally, the semiconduc- 
tor device in the present specification designates is 
devices in general which function by utilizing semicon- 
ductor characteristic. The electro optical device and 
electronic equipment provided with the electro optical 
device mentioned above therefore fall into category of 
the semiconductor device. 20 

2. Description of the Related Art 

[0002] Development in application of thin film tran- 
sistors (hereinafter referred to as TFT) to active matrix zs 
liquid crystal display devices has been actively pro- 
ceeded, because TFT allows the use of a transparent 
grass substrate in fabrication. The TFT having as its 
active layer a semiconductor film with a crystal structure 
(hereinafter referred to as crystalline TFT) provides high 30 
mobility, making it possible to integrate function circuits 
on a single same substrate and thus realize image dis- 
play of high def initioa 

[0003] in the present specification, the semiconduc- 
tor film with a crystalline structure, mentioned above, 35 
includes a single crystalline semiconductor, a polycrys- 
talline semiconductor and a microcrystalline semicon- 
ductor, and further includes semiconductors disclosed 
in 

Japanese Patent Application Laid-open Nos. Hei 7- <o 
130652, Hei 8-78329. Hei 10-135468. and Hei 10- 
135469. 

[0004] Upon construction of an active matrix liquid 
crystal display device, a pixel matrix circuit alone 
requires 1 to 2 million crystalline TFTs, and even more 45 
crystalline TFTs in total need to be contained if function 
circuits to be disposed at the periphery are added. Also, 
reliability of each of those crystalline TFTs has to be 
secured in order to operate stably the liquid crystal dis- 
play device. 50 
[0005] It can be said that characteristic of field 
effect transistors, such as TFTs. has three distinguisha- 
ble domains: a linear domain where drain current and 
drain voltage increase in proportion to each other, a sat- 
uration domain where drain current reaches saturation 55 
even if drain voltage increases, and a cut-off domain 
where, ideally, current does not flow even if drain volt- 
age is applied. In this specification, the linear domain 



and the saturation domain are called ON-domains of 
TFT, and the cut-off domain, an OFF-domain. Also, for 
convenience's sake, drain current in the ON-domain is 
referred to as ON-current, and current in the OFF- 
domain as OFF-current 

[0006] The pixel matrix circuit in 'the active matrix 
liquid crystal display device is comprised of an rvchan- 
nel TJFfT (hereinafter referred to as pixel TFT). Applied 
with a gate voltage of about 15 to 20 V amplitude, the 
TFT needs to satisfy the characteristic both in the ON- 
domain and the OFF-domain. On the other hand, a 
peripheral circuit provided to drive the pixel matrix cir- 
cuit is constructed using a CMOS circuit as a base, and 
mainly the characteristic in the ON-domain is signifi- 
cant. However, the crystalline TFT has a problem in that 
OFF-current tends to increase. In addition, when the 
crystalline TFT is driven for a long period of time, degra- 
dation phenomena such as reduction in mobility and 
ON-current, and increase in OFF-current are often 
observed. One of factors of this is considered to be the 
hot carrier implantation phenomenon, which is caused 
by high electric field in the vicinity of the drain. 
[0007] Lightly Doped Drain (LDD) structure is 
known in the LSI technical field as measure to reduce 
OFF-current of an MOS transistor and further to ease 
high electric field in the vicinity of the drain. In this struc- 
ture, an impurity region with low concentration is pro- 
vided between a drain region and a channel formation 
region, and this impurity region with low concentration is 
called an LDD region. 

[0008] Similarly, to form the LDD structure in the 
crystalline TFT is known. According to the prior art the 
method comprises: forming, through a first impurity ele- 
ment doping step, an impurity region with low concen- 
tration to be an LDD region, while using a gate electrode 
as a mask; forming thereafter side walls on both sides of 
the gate electrode, by utilizing anisotropic etching tech- 
nique; and forming, through a second impurity element 
doping step, an impurity region with high concentration 
to be a source region and a drain region, while using as 
a mask the gate electrode and the side walls. 
[0009] However, in comparison with a TFT having 
an ordinary structure, the LDD structure TFT may 
reduce OFF-current but increases series resistance 
component due to its makeup, resulting in undesirable 
decrease in ON-current of the TFT. Also, the LDD struc- 
ture can not completely prevent degradation of ON-cur- 
rent. Known as measure to compensate these defects 
is the structure in which the LDD region overlaps with 
the gate electrode through a gate insulating film. This 
structure may be formed by several ways, and, for 
example, there are known GOLD (Gate-drain Over- 
lapped LDD) and LATID (Urge-tilt-angle implanted 
drain). With such structure, high electric field in the 
vicinity of the drain may be eased to enhance hot carrier 
resistance and, at the same time, decrease in ON-cur- 
rent can be prevented. 

[0010] In the crystalline TFT also, it has been con- 
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firmed that the provision of the LDD structure improves 
hot carrier resistanc and further adoption of the GOLD 
structure provides very, superior effect as compared to 
the crystalline TFT of a simple structure consisting of 
the source region, the drain region and the channel for- 
mation region ("Novel Self-aligned Gate-overlapped 
LDD Poly-Si TFT with High Reliability and Performance 1, 
Mutsuko Hatano. Hajime Akimoto and Takeshi Sakai. , 
'i IEDM97-523). 

~[0011] ^lrrthe~crystainne~TFT, formation of the LDD 
structure is effective means to suppress hot carrier 
implantation phenomenon. When the GOLD structure is 
further-employed, decrease in ON-cunent observed in 
the LDD structure can be prevented. Those structures 
provide good results also in terms of reliability. 
[0012] Thus, structural examination of the element 
is required to achieve high reliability for the crystalline 
TFT. and formation of the GOLD structure is desirable 
for that point In conventional methods, however, the 
LDD region may be formed in a self-alignment manner 
but the step of forming a side wall film by anisotropic 
etching is unsurted to process a large grass substrate 
as in the case of the liquid crystal display device. In 
addition, the length of the LDD region is determined by 
the width of the side walls, putting high limitation on 
degrej e^qtfte edomj n^ 

SUMMARY OF THE INVENTION 

[0013] A first object of the present invention is to 
provide a technique to overcome those problems, and 
specifically to provide, through a simpler method than in 
lb© PfipLart,.a technique of manufacturing a crystalline 
TFT with the structure in which a gate electrode over- 

^iaps-with arUDD-regioa— — 

[0014] Though the GOLD structure may prevent 
degradation of ON-current as in particularly an n-chan- 
nel TFT that constitutes a pixel matrix circuit OFFrCur- 
— - — rent^sometimesincreased upon application of*a high 
gate voltage in the OFF-domain. OFF-cunent increases 
in the pixel TFT of the pixel matrix circuit causing incon- 
veniences such as increase in power consumption and 
troubled image display. This is probably because an 
inversion layer is formed in the LDD region formed to 
overlap with the gate electrode in the OFF-domain. 
making a passage of a hole. In that case, operation 
range of the TFT is narrowed and limited. 
[001 5] A second object of the present invention is to 
provide the structure for preventing increase of OFF- 
current in the crystalline TFT, in which a gate electrode 
overlaps with an LDD region, so that the operation 
range of the TFT may be widened, and to provide a 
method of making that structure. 
[0016] Figs. 17A-1 to 17B-4 are views schemati- 
cally showing structures of the TFT and Vg-ld (gate volt- 
age-drain current) characteristics obtained with the 
structures based on the knowledge known so far. Fig. 
1 7A-1 shows the simplest TFT structure in which a sem- 



iconductor layer consists of a channel formation region, 
a source region and a drain region. Fig. 17B-1 shows 
characteristic of this TFT, and the side +Vg in the draw- 
ing is the ON-domain of the TFT while the side -Vg is 

5 the OFF-domain. The solid fine in the drawing repre- 
sents initial characteristic while the broken line repre- 
sents degradation characteristic caused by the hot 
carrier implantation phenomenon. In this structure, ON- 
current as well as OFF-current is high and a considera- 

10 We degradation takes place. This structure is therefore 
impossble to use as it is for a pixel TFT of a pixel matrix . 
circuit for example. 

_ [0017] i Fig. 17A-2 shows the structure in which an 
impurity region with low concentration to be an LDD 

is region is added to the structure of Fig. 17A-1 . This is the 
LDD structure that does not overlap with the gate elec- 
trode. Fig. 17B-2 shows characteristic of this TFT,' with 
which degradation of ON-current cannot be prevented 
though OFF-current may be suppressed to a certain 

20 extent. Fig. 1 7A-3 shows the structure in which the LDD 
region completely overlaps with the gate electrode, 
called the GOLD structure. Fig. 1 7B-3 shows character- ' 
istic corresponding thereto, with which degradation may 
be reduced down to a level causing no problem but 

25 OFF-current on the -Vg side is increased as compared 
to thetsfructure of Fig. 1 7A-2. 

[0018] ~ ' In contrast to those, as shown in Fig. 178-4. 
,the structure of Fig. 1 7A-4 can prevent degradation and 
also 1 suppress increase of OFF-current The structure is 

30 divided into two regions: in one region, the LDD region 
overlaps with the gate electrode and in the other region, 
the LDD region does not. The structure has both effects , 
of restricting the hot carrier implantation phenomenon in 
the LDD region overlapping with the gate electrode and 

35 of pr eventing-increase of OFF-current in the LDD region 
not overlapping with the gate electrode. 
[0019] According to the present invention, the LDD 
region overlaps with the gate electrode in an n-channel 
~ TFT ih^brder tOTeali2e = the ^ TFT'HavingThe structure as 

40 in Fig. 17A-3 or Fig. 17A-4. To fulfill that purpose, the 
gate electrode is comprised of a first conductive layer 
and a second conductive layer; an impurity element for 
giving rvtype is doped for the first time after the first corf . 
ductive layer is formed, to thereby form a first impurity 

45 region to be the LDD region; and a second doping step 
of an impurity element for giving n-type is earned out 
after the second conductive layer is formed, to thereby 
forming a second impurity region to be a source region 
and a drain region. In this way. the structure in which the 

so LDD region overlaps with the gate electrode is obtained. 
To further provide the LDD region that does not overlap 
the gate electrode, a part of the second conductive layer 
is removed. 

[0020] On the other hand, in a p-channel TFT, a 
55 part of a third impurity region to be a source region and 
a drain region overlaps with a gate electrode that con- 
sists of a first conductive layer and a second conductive 
layer, as in the n-channel TFT. 
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[0021 ] The first conductive layer is formed from one 
or more kinds of elements selected from a group con- 
sisting of titanium (Ti), tantalum (Ta), tungsten (W), and 
molybdenum (Mo) t or from a material containing those 
elements as ingredients. In a preferred mode of such a 
constitution, the first conductive layer comprises at least 
a conductive layer (A) made of the elements or material 
above and formed to come in contact with a gate insu- 
lating film, and a conductive layer (B) formed on the 
^conductive layer (A) and made from either one or both 
of aluminum (Au) element and copper (Cu) element or 
from a material containing those elements as ingredi- 
ents. 

~~ [0022] The second conductive layer is formed from 
one or more kinds of elements selected from a group 
consisting of titanium (Tl) t tantalum (Ta) t tungsten (W). 

— and molybdenum (Mo), or from an alloy material con- 
taining those elements as ingredients. 
[0023] In the pixel matrix circuit constitution, a hold- 
ing capacitance is comprised of: a semiconductor layer 
disposed so as to be in contact with the second impurity 

— region of-the pixel TFT, and containing as high concen- 
tration of impurity elements as the first impurity region; 
an insulating layer formed of the same layer that the 
gate insulating film is formed of; and a capacitance wir- 
ing formed qnjthejnsujating^^ 
holding capacitance is conprised of: a semiconductor 
layer disposed so as to be in contact with the second 
impurity region of the pixel TFT. and containing as high 

..concentration of impurity elements as the third impurity 
region; an insulating layer formed of the same layer that 
the gate insulating film is formed of; and a capacitance 
wiring formed on the insulating layer. 

BRIE F DESCRIPTION OF THE DRAWINGS 



[0024] In the accompanying drawings: 

Fig, 1 is a sectional view of a TFT in an embodiment 
of the present invention; 

Figs. 2A to 2C are sectional views showing a proc- 
ess of manufacturing the TFT; 
Figs 3A to 3C are sectional views showing the 
process of manufacturing the TFT; 
Figs. 4A and 4B are sectional views showing the 
process of manufacturing the TFT; 
Figs. 5A and 5B are sectional views showing the 
process of manufacturing the TFT; 

Figs, §£_to 6C are sertionaLviews -showing the 

process of manufacturing the TFT; 

Fig. 7 is a perspective view showing an active 

matrix substrate; 

Figs. 8A and 8B are top views showing respectively 

a pixel matrix circuit and a CMOS circuit; 

Figs. 9A and 9B are views showing a process of 

manufacturing a crystalline silicon film; 

Figs. 10A and 10B are views showing a process of 

manufacturing a crystalline silicon film; 
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Figs. 1 1 A and 1 1 B are views showing a process of 
manufacturing a crystalline silicon fflm; 
Figs. 12A and 12B are views showing a process of 
manufacturing a crystalline silicon film; 
5 Fig. 13 is a sectional view showing a process of 
manufacturing the TFT; , 
Figs. 1 4A to 1 4F are views each showing the struc- 
ture of a gate electrode; 

Figs. 15A to 15H are views showing examples of 
to electronic equipment; , 

Fig. 16 is a view showing the structure of the gate 
electrode; 

_ Figs. 17A-1 to 1JB-4 are views relating to the TFT, 
in which Figs. 17A-1 to 17A-4 shows the structure 
is of the TFT, and Figs. 17B-1 to 17B-4 are graphs 
showing electrical characteristic thereof; 
Fig. 18 is a view showing the structure of the gate 
electrode; 

Fig. 19 is a sectional view showing a process of 

20 manufacturing the TFT; 

Fig. 20A is a view showing a basic structure for sim- 
ulation, and Fig. 20B is a view showing the result of 
simulation of electric field distribution; 
Fig. 21 is a graph showing the result of simulation of 

25 electric field distribution in a channel length direc- 
r . tion;~- 

, . Fig. 22 is a graph showing the result of simulation of 

gate voltage-drain current characteristic; 

Fig. 23 is a graph showing the result of simulation of 
30 electron • hole density distribution; 

Fig. 24 is a graph showing the result of simulation of 

electron • hole density distribution; 

Fig. 25 is a graph showing the result of simulation of 

electron • hole current density distribution; 
J s Fig. 26 is a graph.showing the result of simulation of 

electron • hole current density distribution; 

Figs. 27A to 27D are views explaining the structure 

of projectors; 

- Fig. 28 is a sectional view of a TFT in an embodi- 
40 merit of the present invention; 

Figs. 29A to 29E are sectional views showing a 

process of manufacturing the TFT; 

Figs. 30A to 30B are sectional views showing the 

process of manufacturing the TFT; 
45 Fig. 31 is a view showing the structure of the gate 

electrode; 

Fig. 32 is a view explaining the structure of a laser 
annealing apparatus; 
--- ^Figs. 33A is a top-view showing the structure of an 

so active matrix EL display device, and Fig. 33B is a 

cross-sectional view showing thereof; 
Figs. 34A is a top-view showing the structure of an 
active matrix EL display device, and Fig. 34 B is a 
cross-sectional view showing thereof; 

55 Fig. 35 is a view showing the structure of a pixel 
portion in an active matrix EL display device; 
Fig. 36A is a top-view showing the structure of a 
pixel portion in an active matrix EL display device. 
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and Fig. 368 is a circuit pattern thereof; 

Fig. 37 is a view showing the structure of a pixel 

portion in an active matrix EL display device; 

Fig. 38A to 38C are circuit patterns of a pixel' potion 

in an active matrix EL display device. 

Fig. 39 is a graph showing a transmittance of a 

monostabfe FLC versus applied voltage. 

PRIFEERED EMBODIMENT OF THE PRESENT 
INVENTION . , 

Embodiment Mode 1 ' " " " 



[0025] ' An embodiment mode of the present inven- 
tion will be described with reference to Fig. 28. A sub- 
strate 301 is a substrate having an insulating surface. 
For example, a glass substrate, a stainless steel sub- 
strate, a plastic substrate, a ceramic substrate and a sil- 
icon substrate may be used as the substrate 301 when 
provided with a silicon oxide film. Other than those, a 
quartz substrate may also be used. 
[0026] A crystalline semiconductor film is formed as 
a semiconductor layer formed on the substrate 301 . It is 
preferred that the crystalline semiconductor film is 
famed by crystallizing through i laserannealing or ther- 
mal* annealing an amorphous ""Semiconductor film 
formed by plasma CVD. low pressure CVD, sputtering 
or the like. Alternatively may be used a microcrystal 

_ semiconductor formed by the above formation methods. 
An applicable semiconductor material here includes sil- 
icon, germanium, or an alloy of silicon and germanium, 
or silicon carbide. Other than those, a compound semi- 

- conductor-material such-as- gallium arsenide may be 
used. 

[0027] The semiconductor layer formed on the sub-" 
strate 301 may be instead an SOI (Silicon On Insula- 
tors) substrate on which a single crystal silicon layer is 
formed._The re are kncwn several kinds of SQLsub- 
strates that vary in structure and manufacturing method, 
and typically usable ones are SIMOX (Separation by 
Implanted Oxygen), ELTRAN (Epitaxial Layer Transfer: 
registered trademark of. Cannon Ltd.), and Smart-Cut 
(registered trademark of SOITEC Ltd.). Needless to say, 
other SOI substrate may also be used. 
[0028] Fig. 28 shows the sectional structure of an n- 
channel TFT and a p-channel TFT formed on the sub- 
strate 301. Each gate electrode of the n-channel TFT 
and the p:Channel TFT consists of a first conductive 
layer and a second conducti ve la yer. The first conduc- 
tive layers consist of: conductive layers (A) 313. 31 6 dis- 
posed so as to be in contact with a gate insulating film 
312; and conductive layers (B) 314, 31 7 disposed so as 
to be in contact with the conductive layers (A) 313, 316. 
Second conductive layers 31 5, 318 are respectively dis- 
posed so as to be in contact with the conductive layers 
(A) 313. 316 and the conductive layers (B) 314, 317 of 
the first conductive layer, and the gate insulating film 
312. 
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[0029] The conductive layers (A) 313, 316 constitut- 
ing the first conductive layer are formed from elements 
such as titanium (Ti), tantalum (Ta). molybdenum (M ), 
and tungsten (W), or from a material containing those 
elements as ingredients. Used for the conductive layers 
(B) 314. 317 is aluminum (AO and/or copper (Cu) low in 
resistance rate. The conductive layers (B) here are pro- 
vided in consideration for forming the TFT of, the present 
invention on a large area substrate as in a liquid crystal 
display device, and for the purpose of reducing resist- 
ance of the gate electrode and a gate wiring. Accord- 
ingly, depending on the use, the first conductive layer 
"may comprise only the conductive layer (A), or another 
conductive layer may further be layered on the conduc- 
tive layer (B). 

[0030] The second conductive layers 315, 318 are 
formed so as to be in contact with the first conductive 
layers 314 and 313, 317 and 316 and to extend from th 
top of the first conductive layer to the top of the gate 
insulating film 312. As shown in Fig. 31, lengths in the 
channel length direction of the first conductive layer 
3104 and the second conductive layer * 3 103 are 
denoted by L1 and L2. As far as the relationship 
between L1 and L2 maintains L1 < L2. the lengths are 
properly set in carrying out the present invention. How- 
r ever, the lengths Li and L2 have to be determined in 



consideration for the fact that the first conductive layer 
' and the second conductive layer serve as masks for 
forming a source region, a drain region and an LOD 

30 region by doping the semiconductor layer with impurity 
elements in the process of manufacturing the TFT, as 
will be described next. 

[0031] — The semiconductor layer of the n-channel 

TFT comprises; a channel formation region 302; first 

35 in^urityTegions 303, 304 disposed so as to be in con- 
tact with both sides of the channel formation region; a 
source region 305 disposed so as to be in contact with 
t he first impurity region 303; and a drain region 306 dis- 
posed so as to be in contact with the first impurity region 

40 304. The first impurity regions 303, 304 overlap through 

, the gate insulating film 312 with a region where the sec- 
ond conductive layer 315 is in contact with the gat 
insulating film. * 1 

[0032] The first impurity regions 303. 304 extend in 

45 the channel length direction to 0.5 to 3 fim. typically, 1 .5 
urn. The concentration of an impurity element giving re- 
type is 1 x 10 16 to 5 x 10 1 9 atoms/cm 3 , typically. 1 x 10 17 
to 5 x 10 18 atoms/cm 3 in the regions. The impurity con- 
centration in the source region 305 and the drain region 

so 306 is 1 x 10 20 to 1 x 10 21 atoms/cm 3 , typically, 1 x 10 20 
to 5 x 10 20 atoms/cm 3 . 

[0033] The channel formation region 302 may be 
doped in advance with boron in a concentration of 1 x 
10 16 to 5 x 10 18 atoms/cm 3 . This boron doping is for 
££ control of threshold voltage, and other elements may 
substitute for boron as long as they provide similar 
effect. 

[0034] On the other hand, in the p-channel TFT, first 
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impurity regions 308. 309. a source region 310 and a 
drain region 31 1 are doped with an impurity element 
giving p-type in the same concentration. The impurity 
element giving p-type is added in a concentration 1 .5 to 
3 times the concentration of the impurity element used 
to dope the source region 305 and drain region 306 of 
the n-channe! type TFT. 

[0035] As described above, the present invention 
involves arranging the first conductive layer and the sec- 
br^ "conductive layer, which is formed thereon, in the 
gate electrode in the structure of the TFT. The first con- 
ductive layer, as shown in Fig. 28. is positioned between 
-the gate insulating f Dm and the second conductive layer, 
and is formed such that its ends are within the space 
defined by the ends of the second conductive layer. Fur- 
ther, features of the present invention include the struc- 
ture in which the second conductive layer overlaps with 
the first impurity region formed in the semiconductor 
layer, and a method of fabricating the structure. 
[0036] The TFT shown in Fig. 28 has the structure 
that is tr ue particularly of t he n-chann ei TFT. In that 
structure, the first impurity region with low concentration 
303, 304 functioning as so-called LDD regions overlap 
with the gate electrode through the gate insulating film. 
The structure thus can provide advantages similar to 
-thc*e„brought by the'GOLD; structure and LATID_ struc- 
tured a MOS transistor. ' ~ 

[0037] In contrast, the p-channel TFT is not pro- 
vided with such an impurity region wrth low concentra- 
tion "serving as the LDD structure, though the impurity 
region with low concentration may be provided, of 
course, it is preferred to balance characteristics 
between the n-channel TFT and the p-channel TFT, that 
is inherently high in reliability, by gaining ON-current 
When-the-present-irivention-is-applied-to-a CMOS cir- 
cuit, as shown in Fig. 28, this balancing of characteris- 
tics is especially important. However, application of the 
structure of the present invention to a p-channel TFT 
does not bnhgabout any problem. ' " ' ' 

[0038] When thus finishing the n-channel TFT and 
the p-channel TFT, they are covered with a first inter- 
layer insulating film 319 to form a source electrodes 
320, 322 and a drain electrode 321 . which are in contact 
with the source regions 305. 31 1 and the drain regions 
306. 310. After those are formed, in the structure in Fig. 
28. a silicon nitride film is formed as a passivation film 
323. A second interlayer insulating film 324 made of a 
resin material is further formed. Though material for the 
second interlayer insulating film is nofnecessarily lim- 
ited to resin, a resin material is preferable in securing 
flatness of the surface when the invention is applied to a 
liquid crystal display device. 

[0039] Shown in Fig. 28 as an example is the 
CMOS circuit constructed from a complementary com- 
bination of the n-channel TFT and the p-channel TFT 
However, the present invention may be applied to a 
NMOS circuit and pixel matrix circuit of a liquid crystal 
display device which use the n-channel TFT 



Embodiment Mode 2 

[0040] Another embodiment mode of the present 
invention will be described with reference to Fig. 1 . A 

5 substrate 101 has an insulating surface. For example, 
other than a glass substrate and a plastic substrate, a 
stainless steel substrate, a ceramics substrate or a sili- 
con substrate having on its surface an insulating film 
may be used. A quartz substrate may also be used. 

to [0041 ] t On one surface of the substrate 1 01 . where 
a TFT is to be formed, a base film 102 is formed. The 
base film 102 is made of a silicon oxide film, a silicon 
nrtride'film, a' silicon nrtrideoxideTilmr or the like, and is 
provided in order to prevent impurity diffusion into a 

15 semiconductor layer from the substrate 1 01 . 

[0042] A crystalline semiconductor is used to form 
the semiconductor layer formed on the base film 102. It 
is desirable that the crystalline semiconductor fBm is 
formed by crystallizing through laser crystallization or a 

20 solid phase growth method by thermal processing an 
amorphous semiconductor film formed by plasma CVD, 
low pressure CVD. sputtering or the like. Alternatively 
may be used a microcrystal semiconductor formed by 
the above film formation methods. An applicable semi- 

26 conductor material here includes silicon, germanium, or 
an alloy of silicon and germanium, or silicon carbide. 
Other than those, a compound semtcorkJuctor material 
such as gallium arsenide may be used. Another usable 
material is an SOI substrate, as in Embodiment Mode 1. 

30 [0043] Fig. 1 shows the sectional structure of an n- 
channel TFT and a p-channel TFT. Each gate electrode 
of the n-channel TFT and the p-channel TFT comprises 
a first conductive layer and a second conductive layer. 
The first conductive layer has three-layer structure con- 

35 sisting^of "conductive^ layers (A) Hi; 115," which are 
formed to come in contact with a gate insulating film 
103, and conductive layers (8) 112. 116, and conduc- 
tive i a y er ii c ) . 1 13 JL 17 - whicn are layered on the con- 
ductive' layers (A). Second conductive layers 114, 118 

40 are formed to come in contact with the first conductive 
layer and the gate insulating film 103. 
[0044] The conductive layers (A) 1 1 1 , 1 1 5 that are 
constituents of the first conductive layer are formed from 
elements such as Ti, Ta, Mo and W, or from an alloy 

45 material containing mainly those elements. Alterna- 
tively, the layers may be formed from a nitride, oxide, or 
silicide of those elements. It is desirable to use Al or Cu 
that is low in resistance rate for the conductive layers <B) 
112, 116." The" conductive layers (C) 113, 117 are 

so formed from, similar to the conductive layers (A), ele- 
ments such as Ti. Ta. Mo and W, or from an alloy mate- 
rial containing mainly those elements. Here, the 
conductive layers (B) are provided for the purpose of 
lowering resistance in the gate electrode and a gate wir- 

55 ing connected thereto, in view of forming the TFT of the 
present invention on a large substrate as in a liquid 
crystal display device. Depending on use, the first con- 
ductive layer may be formed of the conductive layers (A) 
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alone, or may comprise three layers or more 
[0045] The second conductive layers 114, 118 elec- 
trically communicate with the first conductive layer, and 
are formed to come in contact with the gate insulating 
film 103. Here, as shown in Fig. 16, the second conduc- 
tive layers are formed at first to extend to a length L3'in 
the channel length direction, and thereafter, are short- 
ened by a length L5 through etching processing to have 
_ ^a.finalJength.L2..Accordingly,-given-L1-as the length of 
the first conductive layers, the second conductive layers 
extend over the gate insulating film to a length L4. 
"[0046]" In the present invention here, H is desirable 
that the* length L1 of the first conductive layer ranges 
from 0.2 ]un to 10 urn, preferably from 0.4 \im to 5 Jim, 
and the length L2 of the second conductive layer ranges 
from 1.2 Mm to 16 urn, preferably from 22 (im to 11 jim. 
The length L5, that is the length the second conductive 
layer lose, is 0.5 to 3 jim, preferably 1 .0 to 2.0 urn. 
[0047] The first conductive layer and the second • 
conductive layer function as. masks at the steps of first 
— doping-with an impurity-element of negative conductivity 
and second doping with an impurity element of negative 
conductivity.. It is necessary to determine lengths L1 , L3 
and the lengths L2, L5 in view of that point. The length 
_ cfan UDD region of tfie n-channel TFT is determined by 
"this lengttvdifference between L3 and LirThat the sec- 
bnd~cdnductrve layer is formed previously with a length 
of L3, and thereafter is shortened by the length L5 
^.through etching processing to have the-length L2 is for 
obtaining the structure of the present invention. Namely, 
to obtain the structure, the length L4 is set as the length 
of a region where a first impurity region 1605 to be the 
LDDregion-overlaps witrrthe second conductive layer 
through the gate insulating film, and the length L5 is set 
as^hTlenlflhof 'a "region where the region 1605 does 
not overlap with the second conductive layer. 
[0048] In Fig. 1, the semiconductor layer of the n- 

channel _TET_ comprises: . a_channeL. formation, region 

104; a first impurity region 105 formed to come in con- 
tact with both sides of the channel formation region; and 
second impurity regions 106, 107 formed to come in 
contact with the first impurity region 1 05. The second 
impurity region 106 functions as a source region, and 
the second impurity region 107 functions as a" drain 
region. The first impurity region 1 05 overlaps, through 
the gate insulating film 103. with a region where the sec- 
ond conductive layer 114 is in contact with the gate 
insulating film. 

[0049] The length of the first impurity region 105, 
corresponding to the length L6 in Fig. 1 6, is 1 .0 to 6 urn, 
preferably 2.0 to 4 ^tm (for example. 3 jim). The first 
impurity region 105 is doped with an impurity element 
giving n-type in a concentration of 1 x 10 16 atoms/cm 3 
to 5 x 10 19 atoms/cm 3 , typically 5 x 10 17 atoms/cm 3 to 5 
x 10 18 atoms/cm 3 . The length L5 of the region where 
the first impurity region does not overlap with the sec- 
ond conductive layer is 0.5 to 3 jim. preferably 1.0 to 2 
M-m, as mentioned before. The impurity concentration in 
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the source region 105 and the drain region 106 is 1 x 
10 20 atoms/cm 3 to 1 x 10 21 atoms/cm 3 , typically 2 x 
1 q2? atoms/cm 3 to 5 x 1 0 20 atoms/cm 3 
[0050] At this time, the channel formation region 
104 may have been previously doped with boron in a 
concentration of 1 x 10 16 atoms/cm 3 to 5 x 10 18 
atoms/cm 3 . This boron doping is for control of threshold 
voltage, and other elements may substitute for boron as 
long as they provide similar effect 
[0051] On the other hand, third impurity regions 
Ib9. 110. 130. 131 of the p-channel TFT form the 
source region and the drain region. The third impurity 
—regions 130, 131 contain as much concentration of an 
impurity element giving n-type as the source region 106 
and drain region 107 of the n-channel TFT. The regions 
130. 131 are doped with an impurity element giving p- 
type in a concentration 1 .5 to 3 times that concentration. 
[0052] As described above, the TFT of the present 
invention has the structure in which the gate electrode 
has the first conductive layer and the second conductive 

-layer that is formed-to come in contact with the first conr 
ductive layer and the gate insulating film, as shown in 
Rg. 1 . Further, features of the TFT include the structure 
in which, at least in the n-channel TFT, a part of the first 

Jmpurrtyjegion overlaps.with the region where the sec- 
ond conductive layer isin contact with the gate insulat- 
ing film. 

[0053] The structure shown in Rg. 1 is realized by 
-forming the first impurity region to be the LDD region 
with the use of the first conductive layer as a mask, 
forming the second impurity region to be the source 
region and the drain region with the use of the second 
conductive layer as a mask, and thereafter trimming the 
second conductive layer through etching processing. 
Accordingly, as shown in Rg. 16. the length of the LDD 
region is determined by the length L1 of the first conduc- 
tive layer and the length L3 of the second conductive 
Jayer.„The_length_of the region where the LDD region 
does not overlap with the second conductive layer is 
determined by the length L5 by which the second con- 
ductive layer is etched. The method as such makes it 
possible to enhance the degree of freedom in designing 
and fabricating TFTs. and is very effective. - 
[0054] In contrast the p-channel TFT is formed with 
the third impurity regions 109. 110. 130. 131, and is not 
provided with a region serving as the LDD structure. 
The third impurity regions form the source regions 109, 
130 and the drain regions 1 10, 131. The source region 
109 and the drain region 110 partially overlap with the 
second conductive layer. Though the LDD region of the 
present invention may be provided, of course, it is pre- 
ferred to balance characteristics between the n-channel 
TFT and the p-channel TFT, that is inherently high in 
reliability, by gaining ON-current When the present 
invention is applied to a CMOS circuit, as shown in Rg. 
1 , this balancing of characteristics is especially impor- 
tant However, application of the structure of the present 
invention to a p-channel TFT does not bring about any 
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problem. 

[0055] When thus finishing the n-channel TFT and 
the p-channel TFT. they are covered with a first inter- 
layer insulating film 119 to form a source' electrodes 
120. 121 and a drain electrode 122. After those are 
formed, in the structure in Fig. 1 . a silicon nitride film is 
formed as a passivation fflm 123. A second intertayer 
insulating film 124 made of a resin material is further 
formed. Though a material for the second intertayer 
insulating film is not necessarily limited to resin, a resin 
material is preferable in securing flatness of the surface 
when the invention is applied to a liquid crystal display 

. .device . ^ r 

[0056] Shown in Fig. 1 as an example is the CMOS 
circuit constructed from a complementary combination 
of the n-channel TFT and the p-channel TFT. However, 
the present invention may be appliedto a NMOS circuit 
and pixel matrix circuit of a liquid crystal display device 
which use the n-channel TFT. 
[0057] The structure of the present invention 
described above will be explained further in detail with 
embodiments shown below. 

[Embodiment 1] 

[0058] - This embodiment -shows -an example- in 
which the^structure of the present invention is applied to 
L a liquid crystal display device. Also explained in this 
embodiment with reference to Figs. 29A to 30B is a 
method of manufacturing at once a pixel matrix circuit 
and a CMOS circuit that is a basic mode of a driver cir- 
cuit provided at the periphery of the pixel matrix circuit 
[0059] In Fig. 29A, used for .a substrate .401. is a 
non-alkaline glass substrate typical example of which is 
_ _jCocning J737„glass,substrate.=£>n=one-surface-of -the - 
substrate 401 . where a TFT is to be formed, a base film 
402 made of a silicon oxide film, a silicon nitride film, a 
silicon oxide nitride film, or the like is formed with a 

thickness of~200-nm. 

[0060] Next, an amorphous silicon film with a thick- 
ness of 50 nm is formed by plasma CVD on this base 
film 402. Though depending on the hydrogen content of 
the amorphous silicon film, it is preferable to dehydro- 
genate the film through heating at 400 to 500 °C to 
reduce the hydrogen content of the amorphous silicon 
film to 5 atoms % or less. Then crystallization step is 
carried out to obtain a crystalline silicon film. 
[0061] This crystallization step may use laser 
annealing or thermal annealing. In this embodiment, the 

amorphous silicon film is irradiated with pulse oscillation 

type KrF excimer laser beam converged linearly, 
thereby forming the crystalline silicon film. 
[0062] The construction of a laser annealing appa- 
ratus used here is shown in Fig. 32. The apparatus 
functions such that a pulse-like laser beam, irradiated 
from a laser oscillation device 3201, turned into other 
direction by a reflection minor 3202. and modified to 
other light path, is reflected by a minor 3207. is con- 



verged by an optical system 3208 using a cylindrical 
lens, and is irradiated onto a substrate 3209 n which 
an amorphous silicon film is formed. As the laser oscil- 
lation device 3201, XeCI excimer laser or KrF excimer 
5 laser may be used. The substrate 3209 is placed on a 
stage 3205. t 

[0063] Incidentally, though the crystalline silicon 
film is, formed from the amorphous silicon film in this 
embodiment, a microcrystal silicon f am may be crystal- 
w lized by laser annealing. Alternatively, the crystalline sil- 
icon film may be formed directly. 
[0064] The thus formed crystalline silicon film is 
-patterned to form island-like semiconductor layers 403, 
404. 405. 

is [0065] Subsequently, a gate insulating film 406 con- 
taining as a main component silicon oxide or silicon 
nitride is formed to cover the semiconductor layers 403, 
404, 405. Here, a silicon oxide nitride film with a thick- 
ness of 100 nm is formed by plasma CVD. Though not 

20 illustrated the step, a first conductive layer is formed on 
the surface of the gate, insulating fOm 406. The first con- 
ductive layer comprises as conductive layers (A) a tan- 
talum (Ta) film with a thickness of 10 to 200 nm, for 
example 50 nm. and as conductive layers (B) an alumi- 

25 num (Al) film with a thickness of 100 to 1000 nm, for 
example 200 nm. The layers (A) and (B) are formed by 
-sputtering. Constituents of the first conductive layer, i.e.. 
conductive layers (A) 407, 408, 409, 410 and conduc- 
tive layers (B) 412, 413, 414, 415 are formed by well- 

30 known patterning techniques. At this time, the first con- 
ductive layer shown in Fig. 31 is patterned so that a 
length L1 is 3 |im. , 

[0066] When.Al is used as the conductive layers (B) 

constituting the first conductive layer, pure Al may be 

35 -used or may be used an Al alloy added in 0.1 to 5 atomic 
% with an element selected from titanium (Ti). silicon 
(Si) and scandium (Sc). When cupper (Cu) is used, 
though not shown in the drawing, a silicon nitride film is 
preferably formed on the surface of the gate insulating 

40 film 406. 

[0067] In Fig. 29A. a holding capacitance is dis- 
posed on the drain side of the pixel TFT of the pixel 
matrix circuit Holding wirings 411, 416 are formed 
using the same material as the first conductive layer. 

45 [0068] After the structure shown in Fig. 29A is 
formed, a step of first doping with an impurity element 
giving n-type is carried out As an impurity element giv- 
ing a crystalline conductor material n-type, phospho- 
rous (P). arsenic (As), antimony (Sb), etc. are known. 

so Here, phosphorous is added through ion doping using 
phosphine (PH 3 ). At this step, the acceleration voltage 
is set to a rather high value of 80 keV in order to dope 
through the gate insulating film 406 the semiconductor 
layer placed below the fflm 406 with phosphorous. The 

55 impurity regions formed in this way are to form first 
impurity regions 434, 442 of the n-channel TFT, which 
will be described later, and functions as LDD regions. 
Thus, the phosphorous concentration in the region pref- 
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erably falls within a range of from 1 x 1 0 16 atoms/cm 3 to* 
5 x 10 19 atoms/cm 3 , 1 x 10 18 atoms/cm 3 , in this embod- 
iment 

[0069], . The impurity element added into the semi- 
conductor layer needs to be activated through laser 
anneafing or thermal annealing. Though this step may 
be performed after a doping step with an impurity ele- 
ment tor forming a source region and a drain region, 1 
activation of the elements at this stage by laser anneal- 
ing is effectiva 

{0070] The conductive layers (A) 407, 408. 409, 410 
-and the conductive layers -(B) 412. 413. 414. 415 which 
constitute the first. conductive-layer^function as a mask 
against phosphorous added at this step. As a result a 
region of the semiconductor layer right under the first 
conductive layer, .which is under the gate insulating film, 
is not -utterly doped, or is almost not doped with phos- 
phorous. As shown in Fig. 29B, then formed are impu- 
rity regions 417, 418. 419. 420, 421, 422. 423 doped 
with phosphorous. These impurity regions are called 

first impurity regions in t his specification, 

— [0071.J-- —Then using a photo- resist- as -a-mask, a 
region where the n-channel TFT is formed is covered 
with resist masks 424, 425 to dope only a region where 
the p- channel TFT is formed with an impurity element 
"giving r p?type7Known as impurity elements giving r>type 
-are boron (B), aluminum (AJ) and gallium (Ga). In this 
embodiment, boron (B) is added by ion doping using 
dfoorane ^r-y. The acceleration voltage here is again 
set to 80 keV, and boron is added in a concentration of 
2 x 10 20 atoms/cm 3 . Thus formed are regions 426, 427 
doped with a high concentration of boron, as shown in 

Fig.^29C.-These regions are called-third impurity regions 

in this specification, and will become a source region 
and a drain region of the p-channel TFT. later. 
[0072] After removing the resist masks 424. 425. a 
step of forming a second conductive layer is carried out 
Ta is used here as a material of the second conductive 
layer to form a film wHfTa thickness of 1 00 to 1000 nm, 
for example, 200 nm. Then the film is patterned by a 
well-known technique to form second conductive layers 
428, 429, 430, 431. At this time, patterning is made so 
that the Length L2 of the second conductive layer 
shown in Fig. 31 is 6 jim. As a result, a region is formed 
in which the second conductive layer is in contact with 
the gate insulating film for a length of 1 .5 \ur\ on each 
[0073] side of the first conductive layer. A holding 
capacitance is provided on the drain side of a pixel TFT 
of the pixel matrix circuit, and wiring 432 of this holding 
capacitance is formed at the same time the second con- 
ductive layer is formed. 

[0074] Using as masks the second conductive lay- 
ers 428, 429, 430. 431, a second doping step with an 
impurity element giving n-type is carried out. Ion doping 
using phosphine (PH 3 ) is employed, and rather high 
acceleration voltage of 80 keV is set in order to dope 
through the gate insulating film 406 the semiconductor 
layer lying below with phosphorous (P). The region 



doped here with phosphorous is made to function as 
source regions 435. 443, and drain regions 436, 444, 
447 n The phosphorous concentration in this region is 
therefore preferably 1 x 10 20 to 1 x 10 21 atoms/cm 3 , 

5 here. 1 x 10 20 atoms/cm 3 (Fig. 290)'. 

[0075] Though not shown in the drawing, the gate 
insulating film covering the source regions 435, 443 and 
the drain regions 436, 444, 447 may be removed to 
expose the semiconductor layer in that area and directly 

io add therein phosphorous. With this arrangement accel- 
eration voltage in ion doping may be reduced to 1 0 keV, 
and phosphorous can be efficiently added. * 
-[0076] ! A source region 439 and drain region 440 of 
the p-channel TFT are also doped with the same con- 

is centration of phosphorous. However, having been 
doped with boron in a concentration twice that concen- 
tration at the preceding doping step, the regions are not 
inverted in conductivity, and no trouble is caused on 
operation of 1 the p-channel TFT by this phosphorous 

20 doping. 

.'_ _[0077] — The-impurity elements added in respective 
-concentrations to give n-type and p-type are hot active 
by themselves and do not work effectively, requiring to 
perform an activation step. The step may be carried out 

25 through t hermal a nneali ng using an electric heating fur- 
nace, laser annealing using the excimer laser men- 
tioned above, or rapid thermal annealing (RTA) using a 
halogen lamp. 

[0078] In the thermal annealing, the activation is 

30 accomplished by heat treatment in a nitrogen atmos- 
phere, at 550°C, for 2 hours. In this embodiment Al is 
used for the conductive layers (B) constituting the first, 

conductive layer, and the layers (B) are covered with the 

conductive layers (A) made from Ta and with the second 

35 ' conductive layers. Trie Ta layers function as a blocking 
layer to prevent Al atoms from diffusing through other 
regions. The laser annealing employs an apparatus 
hav ing the same construction as in Fig. 32, and acti- 
vates through irradiation of pulse oscillation type KrF 

40 excimer laser beam converged linearly. If the thermal 
annealing is performed after the laser annealing is 
applied, even better result may be obtained. This step 
has another effect in that regions with damaged crystal- 1 
Unity by ion doping are annealed to improve the crystal- 

45 Unity of the regions. 

[0079] Up through the steps above, the gate elec- 
trode comprising the first conductive layer and the sec- 
ond conductive layer that covers the first conductive 
layer is formed, and the source regions and the drain 

so regions are formed on both sides of the second conduc- 
tive layer in the n-channel TFT. The structure is formed 
in a self-alignment manner, in which the first impurity 
region formed in the semiconductor layer overlaps 
through the gate insulating film with the region where 

55 the second conductive layer is in contact with the gate 
insulating film. On the other hand, the source region and 
the drain region partially overlap with the second con- 
ductive layer in the p-channel TFT, causing no problem 
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in practical use. 

[0080J When the state in Rg. 29D is obtained, a first 
intertayer insulating film 449 is formed in a thickness of 
1000 nm. A silicon oxide film, a silicon nitride fflm. a sil- 
icon nitride oxide film or an organic resin film, or a lami- 
nated film of those may be used as the first interlayer 
insulating film 449. This embodiment employs, though 
not shown, a two-layer structure in which a silicon nitride 
film with a thickness of 50 nm is first formed, and a sili- 
con oxide film is further formed in a thickness of 950 nm 
[0081 J The first interlayer insulating film 449 is pat- 
terned to form contact holes reaching the source 
^regions and drain regions of the respective TFTs. Then 
source wirings 450. 452, 453 and drain wirings 451 . 454 
are formed. Though not illustrated, in this embodiment 
the electrodes are formed by patterning a three-layer 
structure film in which a Ti film of 100 nm thickness. Al 
film containing Ti with a thickness of 300 nm and 
another Ti fflm of 150 nm thickness are sequentially lay- 
ered through sputtering. 
_ [0082] Thus as shown in Fig. 29E, the CMOS circuit 
and the pixel matrix circuit are formed on the substrate 
401. The holding capacitance is formed at the same 
-time on the drain side of the n-channel TFT in the pixel 
matrix circuit Fabrication of an active matrix substrate 
— ^accomplished initheiwaydescribed above 
-[00831s -Nextrwith-reference-to^Figs^30A-and 30B, 
description will be made of manufacturing steps of an 
active matrix liquid crystal display device based on the 
-CMOS circuit and the pixef matrix circuit which are 
formed on the same substrate through the above steps. 
First on the substrate in the state shown in Rg. 29E, a 
passivation film 455 is formed, tqjcover the source wir- 
ings 450, 452, 453 and the drain wirings 451. 454. The 
_^passivation.filra.455is.made,of-a.silicon^itride-filmwith 
a thickness of 50 nm. A second interlayer insulating film 
456 made of an organic resin is formed in a thickness of 
about 1000 nm. Usable organic resin film includes a 
— polyimide f ilm, an acrylic film, a polyimideamide film and 
the like. The advantage in using an organic resin film is 
exemplified by a simple film formation method, reduced 
parasitic capacitance owing to low relative permittivity, 
excellent flatness, etc. Other organic resin films than 
ones mentioned above may also be used. Here used 
polyimide that is the kind to be thermally polymerized 
after applied to the substrate, and the film is formed by 
burning at 300°C (Rg. 30A). 

[0084] Subsequently, a light shielding layer 457 is 
-formed in a part of the pixel region of the : second inter- 
-layer-insulating film 456~The-Iightshielding Iayer457 is~ 

made of a metal film or an organic resin film containing 

pigment. Here, a Ti film is formed by sputtering as the 

light shielding film. 

[0085] After forming the light shielding film 457, a 
third interlayer insulating film 458 is formed. Similar to 
the second interlayer insulating film 456. this third inter- 
layer insulating film is formed using an organic resin 
film. A contact hole reaching the drain wiring 454 is 



formed in the second interlayer insulating film 456 and 
the third intertayer insulating film 458 to form a pixel 
electrode 459. The pixel electrode 459 uses a transpar- 
ent conductive film when a transmission type liquid 
s crystal display device is made, and uses a metal f am in 
the case of a reflection type liquid crystal display device. 
Here, to fabricate a transmission type liquid crystal dis- 
play device, an indium tin oxide (TO) film is formed in a 
thickness of 100 nm through sputtering as the pixel 
w electrode 459. ' , 

[0086] A chlorine based solution is used in etching 
-processing of the transparent conductive film material. 
-_Howeverrimiikery4o:produce-insc4uble-residuals when 
etched, and indium oxide zinc oxide alloy (Ir^Oa-ZnO) 
is may be used instead to improve etching processibility. 
Indium oxide zinc oxide alloy has features in that it is 
very' flat and smooth on the surface and has superior 
thermal stability as compared to ITO. Similarly, zinc 
oxide (ZnO) is also a suitable material, and further may 
20 be used zinc oxide added with gallium (Ga) (ZnOrGa) to 

enhance visible ray transmrttance and conductivity. 
— [0087]_ When the state in Fig. 30A is obtained, an 
orientated film 460 is formed. A polyimide resin is usu- 
ally often used for the orientated film of a liquid crystal 
25 display elenr»ent A substrate 471 on the opposite side 
—has a transparent conductive fflm 472 and an orientated 
film 473 formed thereon. The orientated film is thereaf- 
ter subjected to rubbing treatment so that liquid crystal 
molecules are oriented in parallel with a certain pre-tilt 
30 angle. 

[0088] Through the steps above, the substrate on 
which the pixel matrix circuit and the CMOS circuit are 
. ... ..formed arxl_me coposite-substrate are bonded to each 

other by a known ceil assembling through a sealant and 
35 a spacer (both are not shown). After that a liquid crystal 
material 474 is injected between the substrates to com- 
pletely seal them with an end-sealing material (not 
shown). Thus completed is the active matrix liquid crys- 
tal display device shown in Fig. 30B. 

40 

[Embodiment 2] 



[0089] In this embodiment, the structure of the 
present invention will be described as a method of man- 
45 ufecturing at once a pixel matrix circuit and a CMOS cir- 
cuit that is a basic mode of a driver circuit arranged at 
the periphery of the pixel matrix circuit 
[0090] In Figs. 2A to 2C. used for a substrate 201 is 
^a non-aJkaline glass substrate typical example of which 
so is Corning 1 737 glass substrate. On one surface of the 
substrate 20 1 . where a TFT is to be formed, a base fflm 
202 is formed. For the base film 202, a silicon oxide film, 
a silicon nitride film, a silicon oxide nitride film, or the like 
is used. 

55 [0091] The base film 202 may be a single layer 
made of those materials, or may have a layered struc- 
ture with two or more layers. In any case, the film is 
formed to have a thickness of about 100 to 300 nm. For 



10 



19 



EP 1 001 467 A2 



20 



instance, the base film 202 having two-layer struct ur is 
famed by layering, on a first silicon oxide nitride film 
made of SiH 4 , NH3, NjO and formed by plasma CVD in 
a thickness of 10 to 100 nm, a second silicon 'oxide 
nitride film made of SiH*. and N2O and having a thick- 
ness of 1 00 to 200 nm. * 
[0092] The first silicon oxide nitride film is formed 
using a. conventional plasma CVD of parallel planar 
type. The silicon oxide nitride film is made by introduc- 
ing into a reactor chamber SiH 4 of 10 SCCM. NH 3 of 
100 SCCM, and N 2 0 of 20 SCCM to process at a sub- 
strate-temperature of 325°C, a_reaction pressure of 40 
-Pa. a discharge power density of 0.41 W/cm 2 , and a dis- 
charge frequency of 60 MHz. On the other hand, the 
second silicon oxide nitride film is made by introducing 
into a reactor chamber SiH 4 of 4 SCCM and N 2 G of 400 
SCCM to process at a substrate temperature^ 400°C. 
a reaction pressure of 40 Pa. a discharge power density 
of 0.41 W/cm 2 , and a discharge frequency of 60 MHz. 
These films may be formed in succession by changing 
the substrate temperature and by merely switching one 
reaction gas to another. The first siliconoxkJe nitride film 
is formed, centering on the substrate, so that its internal 
stress becomes tensile stress. The second silicon oxide 
nitride film is also formed to have the internal stress in a 
-similar diretf ionrouf the stress is made smaller in terms 
^of ab^oluWvaJuelhan thestress cTthelirst silicon oxide 
nitride film. 

[0093] Next, on this base film 202. an amorphous 
silicon film with a thickness of 30 to 80 nm, for example. 
50 nm is formed by plasma CVD. Though depending on 
the hydrogen content of the amorphous silicon film, it is 
desirable that the film is dehydfogenated through h~eat- 
ing at 400 to 500 ° C to r educe the hydrogen content of 
the amorphous silicon film to 5 atoms % or less, and 
then passes on to the crystallization step. 
[0094] The step of crystallizing the amorphous sili- 
con f ilm may use laser annealing or thermal annealing. 
In this embodiment, the amorphous silicon film is irradi- 
ated with pulse oscillation type KrF excimer laser beam 
converged linearly, thereby forming the crystalline sili- 
con film. 

[0095] Though used in this embodiment is the 
amorphous silicon fOm, a microcrystal silicon film may 
be used, or the crystalline silicon film may be formed 
directly. 

[0096] The thus formed crystalline silicon film is 
patterned to form island-like semiconductor layers 204, 
205,206. 

[0097] Subsequently, a gate insulating film 203 con- 
taining as a main component silicon oxide or silicon 
nhride is formed to cover the semiconductor layers 204, 
205, 206. For example, a silicon oxide nitride film with a 
thickness of 100 nm is formed by plasma CVD. Though 
not illustrated, a first conductive layer of a gate elec- 
trode is formed on the surface of the gate insulating film 
203. The first conductive layer is composed of as con- 
ductive layers (A) a Ta film with a thickness of 10 to 200 



nm, for example 50 nm, and as conductive layers (B) an 
Al film with a thickness of 100 to 1000 nm, for example 
200 nm. The conductive layers (A) and (B) are formed 
by sputtering. Constituents of the first conductive layer, 

5 i.e. ( conductive layers (A) 207, 208, 209. 210 and con- 
ductive layers (B) 212. 213, 214, 215 are formed by 
. well-known patterning techniques. At this time, the 
length L1 of the first conductive layer shown in Fig. 16 
may be suitably determined, and patterning is made so 

w that the length L1 is 0.2 to 10 (im, here, 3 jim (Fig. 2A). 
[0098] When Al is used as the conductive layers (B) 
constituting the first conductive layer, pure Al may be 
~~ used or may be used an Al alloy added in 0. 1 to 5 atomic 
% with an element selected from 71, Si and Sc. When 

15 copper is used, though not shown in the drawing, a sili- 
~con nitride film with a thickness of 30 to 100 nm is pref- 
erably formed on the surface of the gate insulating film 
203. , 
[0099] When a Ta film is used for the conductive 

20 layers (A) 207, 208. 209. 210, sputtering may be used 

similariy/Sputtering-gas'for a Ta'f ilm"is~Arrif Tsiiitable 

amount of Xe"or Kr is added in the sputtering gas, the 
internal stress of the film formed may be eased to pre- 
vent peeling off of the film. The Ta film of a phase having 

25 a resistance rate of about 20 \iQcm may be used for the 
g ate eiecfrbde. but the ' Ta film of p. phase having a 
resistance rate of about 1 80 nficm is not suitable for the 
' gate electrode. However, the Ta film of a phase may be 
readily obtained by forming a Ta film on a TaN film hav- 

30 ing a crystal structure close to that of the a phase film. 
Accordingly, though not shown in the drawing, a TaN 
film with a thickness of 10 to 50 nm may be formed 1 
^ncfeTtrie~conductive layers (A) 207. 208. 209. 210. 
, Simila rly, though not shown in the drawing, it is effective 

35 to form under the conductive layers (A) a silicon film 
doped with phosphorous (P) and having a thickness of 
about 2 to 20 nm. With this, improvement in adherence 

with the conductive film formed thereon and oxidation 

prevention can be expected, and at the same time this 

40 prevents diffusion into the gate insulating film 203 of a 
- small amount of an alkaline metal element contained in 
the conductive layers (A) or the conductive layers (B). In 
any case, the resistance rate of the conductive layers 
(A) preferably ranges from 10 gGcm to 50 jiGcm. 

45 [0100] Other than that, a W film is possible to use 
for the conductive layers (A) 207, 208, 209, 210. In this 
case, the conductive layers (A) are formed from a W film 
with a thickness of 200 nm by sputtering with W as a tar- 
get, while introducing argon (Ar) gas and nitrogen (N 2 ) 

so gas. Alternatively, the W film may be formed by thermal 
CVD using tungsten hexafluoride (WF 6 ). Lowering 
resistance is required to use as the gate electrode in 
either case, and the resistance rate of the Wfilm is pref- 
erably 20 nOcm or less. The W film lowers its resistance 

55 rate with increase in size of crystal grains. However, the 
resistance rate is increased if there is inhibited crystalli- 
zation caused by a large amount of impurity elements 
such as oxygen contained in the W film. Taking this into 
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consideration, in the case of W film formation by sput- 
tering, a W target with a purity of 99.9999% should be 
used and the film has to be formed very carefully not to 
mix in impurities from the air. Thus a resistance rate of 
9 to 20 *iOcm is realized. 

[0101 J In Fig. 2A. a holding capacitance is disposed 
on the drain side of the pixel TFT of the pixel matrix cir- 
cuit. Holding capacitance wirings 211. 216 are formed 
at this time using the same material as the first conduc- 
tive layer. 

[0102] After the structure shown in Fig. 2A is 
formed, a step of first doping with an impurity element 
giving n-type is carried out to form a f irst impurity region. 
As an impurity element giving a crystalline semiconduc- 
tor material n-type. phosphorous (P), arsenic (As), anti- 
mony (Sb). etc. are known. For example, phosphorous 
is used to dope through ion doping using phosphine 
(PH3). At this step, the acceleration voltage is set to a 
rather high value of 80 keV in order to dope through the 
gate insulating film 203 the semiconductor layer placed 
below the film 203 with phosphorous. The first impurity 
regions formed in this way are to form first- impurity 
regions 229. 236. 240 of the n-channel TFT. which will 
be described later, and function as LDD regions. Thus, 
the phosphorous concentration in this region preferably 
falls^wrthiaa^Tange 6f*from 1 x 10 16 atoms/cm 3 to 5 x 
lO^ atoms/crr^rhere. Vx 10 1 8 atoms/cm 3 (Fig. 2B). 
[0103] The impurity element added into the semi- 
conductor layer needs to be activated through laser 
annealing or thermal annealing. Though this step may 
be performed after a doping step with an impurity ele- 
ment for forming a source region and a drain region, 
activation of the elements at thisstageby- laser-anneal- 
ing is effective. 

-[0104] TheconductiveiayerstAt207r2087209r210 

and the conductive layers (B) 212. 213. 214, 215 which 
constitute the first conductive layer function as masks 
^in^phosphorous added at this step. As a result a 

"region wh^e>e~the~se™ 

first conductive layer is not utterly doped, or is almost 
not doped with phosphorous. Here as shown in Fig. 2B, 
first impurity regions 218. 219. 220, 221. 222 doped 
with phosphorous are formed. 
[0105] Then using a photoresist film as a mask, a 
region where the n-channel TFT is formed is covered 
with resist masks 225. 226 to dope only a region where 
the p-channel TFT is formed with an impurity element 
giving p-type. Known as impurity elements giving p-type 
are-bdron (B). aluminum (AI) and gallium (Ga). Here, 
boron (B) is used as the irrpurity^lement^and is added" 
into the semiconductor layer by ion doping using dibo- 
rane ^hy. The acceleration voltage here is set to 80 
keV, and boron is added in a concentration of 2 x 10 20 
atoms/cm 3 . Thus formed are third impurity regions 227, 
228 doped with a high concentration of boron, as shown 
in Fig. 2C. These third impurity regions will become a 
source region and a drain region of the p-channel TFT, 
later. 
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[0106] After removing the resist masks 225 and 
226. a step of forming the second conductive layer is 
carried out. Ta is used as a material of the second con- 
ductive layer to form a film having a thickness of 100 to 
1 000 nm (200 nm, for example). The f flm is patterned by 
a known technique to form second conductive layers 
243. 244, 245. 246. At this time, as shown in Fig. 16. 
patterning is made so that the length L3 in channel 
length 1 direction of the second conductive layer is 1.3 to 
20 \im, for example 9 nm. As a result the second con- 
ductive layer has on each side of the first conductive 
layer a region (L6) that is in contact with the gate insu- 
lating film for a lengths 3 jiriv 
[0107] A holding capacitance is disposed on the 
drain side of the n-channel TFT (pixel TFT) constituting 
the pixel matrix circuit Formation of an electrode 247 of 
this holcfing capacitance is simultaneous with that of the 
second conductive layer. 

[0108] Using as masks the second conductive lay- 
ers 243. 244. 245. 246, a second doping step of an 
impurity element for giving n-type-is conducted to form 
second-impurity* regions. As shown in Fig. 3A, upon 
doping, the resist masks 283. 284. 285. 286. 287 that 
have been formed in patterning the second conductive 
layer may be left as they have been. The impurity ele- 
ment is added through- ion doping using- phosphine 
(PH5). The'acceleration voltage is again set to a rather 
high value of 80 keV at this step, with the intention of 
doping through the gate insulating film 203 the semicon- 
ductor layer lying below with phosphorous. The second 
impurity regions formed here are to serve as source 
regions 230;237 and drain regions 231 . 238, 241 of the 
n-channel -TFT. The concentration of these regions is 
the refor e 1 x 10 20 atoms/cm 3 to 1 x 10 21 atoms/cm 3 , 
preferably. and~1 x 10 20 atoms/cm 3 , in this embodiment 
(Fig. 3A). 

[0109] Though not shown here, the gate insulating 
J^Hl^ v ? rin 9 the source regions 230. 237. 289 and the 
drain regions 231. 238, 241, 288 may be removed to 
expose the semiconductor layer of those regions, and 
the layer may be directly doped with phosphorous. Addi- 
tion of this step allows to lower the acceleration voltage 
in the ion doping to 10 keV, and brings about efficient 
doping with phosphorous. 

[0110] Regions 288. 289 that are parts of third 
impurity regions of the p-channel TFT are also doped 
with phosphorous in the same concentration. However, 
these regions have been doped with boron in a concen- 
tration twice that phosphorous concentration, and 
hence the conductivity thereof is not inverted causing 
no trouble in operation of the p-channel TFT. Of the third 
impurity regions 234, 289. 233, 288 in the p-channel 
TFT, the regions 234. 289 form source regions and the 
regions 233. 288 form drain regions. At this time, the 
source region 234 and the drain region 233 are formed 
so as to overlap with the second conductive layer 244. 
[0111] When the state in Fig. 3 A is obtained, the 
resist masks 283. 284, 285, 286, 287 are removed, and 
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a photoresist film is formed once more to form resist 
masks through exposure from the back side. As shown 
in Fig. 3B, resist masks 248, 249. 250 ( 256. 257 are 
formed in a self-alignment manner using as masks the 
first and second conductive layers. The exposure from 
the back side utilizes'direct light and scattered light to 
set the film overexposure, making rt possible to form the 
resist mask within the second conductive layer area, as 
_shown in Fig.-3B. _ 

[0112] Not-masked regions of the second conduc- 
tive layers are then etched and removed. The etching 
a norma! dry etching technique, and CF 4 and 0 2 
gas. Each region is removed along the length L5 as 
shown in Fig. 3C. The length L5 may be suitably 
adjusted within a range of from 0.5 urn to 3 urn, and is 
set here to 1.5 nm. As a result of the first impurity 
region that becomes the LDD region and has a length of 
3 Mm in the n-channel TFT, a region overlaps with the 
second conductive layer for a length of 1 .5 \im (L4), and 
another region does not overlap with the second con- 

— ductiveHayer fora-lengtrroH-5 *im (L5): '— 

""[01131 ~The~impurity elements "added"in respective" 
concentrations to give n-type and p-type are not active 
by themselves and do not work effectively, requiring to 
_perform.an_adivation.step.-The.step may be carried out - 

_^r! hr ? u J? n ^ ermal anriealing^using an electric heating fur- 
nace, laser annealing using the excimer laser " men- 
tioned above, or rapid thermal annealing (RTA) using a 
halogen lamp. 

[0114] In the thermal annealing, the activation is 
accomplished by heat treatment in a nitrogen atmos- 
phere for 2 hours at 300 to 700°C, preferably 350 to 
550*Crfo7 example 450 a Crin^thisernbodiment Al is 
us ed for the condu ctive layers (B)_that constitute the first, 
conductive layer, and the Al layers are covered with the 
conductive layers (A) made from Ta and the second 
conductive layers. Therefore, the Ta layers function as a 
Wocking.layer-to prevent Alatoms-from-diffusing through 
other regions. The laser annealing accomplishes activa- 
tion by irradiation of pulse oscillation type KrF excimer 
laser beam converged linearly. If the thermal annealing 
is performed after the laser annealing is applied, even 
better result may be obtained. This step has another 
effect in that regions with damaged crystallinity by ion 
doping are annealed to improve the crystallinity of the 
regions. 

[01 1 5] Through the steps above, the gate electrode 
comprising the first conductive layer~and the second 
conductive layer that is in contact with the first conduc- 
tive layer are formed, and formed in the semiconductor 
layers 204, 206 are the first impurity region to be the 
LDD region and the second impurity region to be the 
source region and the drain region. The first impurity 
region comprises the region that overlaps through the 
gate insulating film with the second conductive layer, 
and the region that does not. In the p-channel TFT on 
the other hand, the channel formation region, the 
source region and the drain region are formed. 
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[01 16] When the steps up through the step shown 
in Fig. 38 are completed, the resist maste 246. 249, 
250, 256, 257 are removed, and a first interiayer insulat- 
ing film 263 is formed in a thickness of 500 to 1500 nm. 
A silicon oxide film, a silicon nitride film, a silicon oxide 
nitride film or an organic resin film, or a laminated film of 
those may be used as the first interiayer insulating film 
263. This embodiment employs, though not shown, a 
-two-layer structure in which a silicon nitride film with a 
thickness of 50 nm is first formed, and a silicon oxide 
film is further formed in a thickness of 950 nm Alterna- 
tively, a , silicon oxide nitride fflm made from SiH 4 and 
N 2 0 may be formed in a thickness of 1000 nm. 
[0117] »ln the first interiayer insulating film 263, 
thereafter, contact holes reaching the source regions 
"and drain regions of the respective semiconductor lay- 
ers are formed. Then source wirings 264, 265, 266 and 
drain wirings 267. 268 are formed. Though not illus- 
trated, in this embodiment, these wirings have a three- 
layer 1 structure in which a Ti film of 100 nm thickness, Al 
fnm^ofitaihirig Ti with a thickness of 300 nm and 
another Ti film of 150 nm thickness are sequentially 
formed through sputtering. 

[0118] A passivation film 269 is formed to cover the 

-25— source electrodes-264. 265. 266. the drain electrodes 
'267^ 268 and-the first interiayer insulating f 3m 263. The . 
passivation film 269 is made of a silicon nitride film with 
a thickness of 50 nm. A second interiayer insulating film 
-270-made of an organic resin is further formed in a 

30 thickeriss of about 1000 nm. Usable organic resin film 
includes a polyimide film, an acrylic film, a polyimideam- 
ide film and the like. Enumerated as the advantage in 
using an organic resin film are a simple film formation . 
_^_method,.reduced.parasitic capacitance owing to low rel- 

35 ative permittivity, excellent flatness, etc. Other organic 
resin films than ones mentioned above may also be 
used. Here used polyimide that is the kind to be ther- 

maiiy polymerized after applied to the substrate, and the 

film is formed by burning at 300°C. 

*o [01 19] As shown in Fig. 3C, the active matrix sub- 
• strate is thus formed, in which the CMOS circuit and the 
pixel TFT of the pixel matrix circuit are formed on the 
substrate 201 . The holding capacitance is formed simul- 
taneously on the drain side of the pixel TFT in the pixel 

45 matrix circuit. 



[Embodiment 3] 

—[01 20] This- embodiment -shows an example in 
so which, after the state shown in Fig. 3A is obtained 
through the same steps as that of Embodiment 1 . a part 
of the second conductive layer is removed by a different 
method to form in the first impurity region a region that 
overlaps the second conductive layer and a region that 
55 does not. 

[0121] First, as shown in Fig. 3A, the resist masks 
283. 284, 285. 286. 287 that have been used at the pat- 
terning step of the second conductive layer are used as 
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they are. and a part of the second conductive layer is 
etched and removed along the length L5 as shown in 
Fig. 4A. 

[0122J This step may be performed through dry 
etching. The second conductive layer material under the 
resist masks can be removed, through isotropic etching 
promoted by the use of. although depending upon the 
material of the second conductive layer, basically, fluo- 
rine (F) based gas. For instance. CF 4 gas makes 
removal possible in the case of Ta. and CF 4 or CCI 4 gas, 
if Tl. In the case of Mo. SF 6 or NF 3 may be used. 
[0123J _ _.As shown Jn.Rg. 4A. thelayer is removed by 
— the-length L5 r here 1.5 nm.;As a resurtrthe first impurity 
region to be the LOD region has a length of 3 urn (L6) in 
the n-channel TFT. In the first impurity region, a region 
that overlaps the second conductive layer has a length 
of 1.5 pm (L4) and a region that does not overlaps the 
second gate electrode has a length of 1 .5 \xm (L5). 
[0124] The resist masks 283, 284, 285. 286. 287 
are then removed, and the activation step is carried out 
as in Embodiment 1 to form the first interlayer insulating 
JLim263, the source wirings 264, 265.-266. the drain wir- - 
ings 267, 268. the passivation film 269 and the second 
interlayer insulating film 270. thereby completing the 
active matrix substrate shown in Fig. 48. 

-[Embodiment 4]— — -■ 
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[0125] In this embodiment, a description will be 
made on a process of manufacturing an active matrix 
liquid crystal display device, using an active matrix sub- 
strate formed in Embodiments 1 through 3 and Embod- 
imerrt 5. _ 

[0126] The active matrix substrate is in the state 
—shown in=Figr3Gor-Ftgr48M-contact hole-reaching the 
drain electrode 268 is formed in the second interlayer 
insulating film 270 to form a pixel electrode 271. The 
^pixel electrode 271 is made of a transparent conductive 
f ilmin'the-case of a transmission type liquid crystal dis- 
play device, and a metal film if a reflection type liquid 
crystal display device. Here, in order to fabricate the 
transmission type liquid crystal display device, an 
indium tin oxide (ITO) film is formed in a thickness of 
100 nm by sputtering as the pixel electrode 271. 
[0127] After the state in Fig. 5A is obtained, an ori- 
entated film 272 is formed on the second interlayer insu- 
lating film 270 and the pixel electrode 271. Usually, a 
polyimide resin is often used for an orientated film of a 
liquid crystal display element A transparent conductive 
film 274-and another orientated film 275 are formed on 
an opposite side substrate 273. The orientated film 
formed is then subjected to rubbing treatment so that 
liquid crystal molecules are oriented in parallel with a 
certain pre-tilt angle. 

[0128] Through the steps above, the substrate on 
which the pixel matrix circuit and the CMOS circuit are 
formed and the opposite substrate are bonded to each 
other by a known cell assembling through a sealant and 
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a spacer (both are not shown). After that a liquid crystal 
material 276 is injected between the substrates to com- 
pletely seal them with an end-sealing materia] (not 
shown). Thus completed is the active matrix liquid crys- 
tal display device shown in Fig. 5B. 
[01 29] Next the structure of the active matrix Ifcjuid 
crystal display device of this embodiment will be 
described with reference to Figs. 7 to 8B. Fig. 7 is a per- 
spective view showing the active matrix substrate of this 
embodiment The active matrix substrate is comprised 
of a pixel matrix circuit 701 . a scanning (gate) line side 
-driver circuit 702 and a data (source) line side driver cir- 
-cuiT703. which are formed on the glass substrate 201. 
A pixel TFT 700 of the pixel matrix circuit is the n-chan- 
nel TFT, and the driver circuit disposed on the periphery 
thereof is constructed on the basis of the CMOS circuit. 
The scanning (gate) line side driver circuit 702 and the 
data (source) line side driver circuit 703 are connected 
to the pixel matrix circuit 701 through a gate wiring 802 
and a source wiring 803. respectively. 
_[01 30]^__Rg. 8A is a top view of the pixel matrix circuit 
701 . and shows the top view of almost one pixel. The 
pixel matrix circuit is provided with the pixel TFT. A gate 
electrode 820 that is formed successively to the gate 
wiring 802 intersects through a not-shown gate insulat- 
ing film a semiconductor layer 801 lying below-the film. 
In the semiconductor layer, though not shown, a source 
region, a drain region and a first impurity region are 
formed. On the drain side of the pixel TFT. a holding 
capacitance 807 is formed with the semiconductor layer, 
the gate insulating film and a capacitance wiring 821 
made from the same material that forms the first and 
—second-conductive layers. The sectional structure cut 
along the line A-A' in Fig. 8A corresponds to the sec- 
tional view of the pixel TFT of the pixel matrix circuit 
shown in Fig. 3C or Fig. 4B. 

[0131] On the other hand, in the CMOS circuit 
shown in Fig. 8B. gate electrodes 813. 814 extended 
from a gate wiring 815 intersect through a not-shown 
gate insulating film semiconductor layers 810, 812 lying 
under the film, respectively. Similarly, the semiconductor 
layer 810 of the n-channel TFT is formed with a source 
region, a drain region and a first impurity region, though 
not shown. A source region and a drain region are 
formed in the semiconductor layer 812 of the p-channel 
TFT. The sectional structure taken along the line B-B' 
corresponds to the sectional view of the pixel matrix cir- 
cuit shown in Fig. 3C or Fig. 4B. 
[01 32] The pixel TFT 700 has the double gate struc- 
ture in this embodiment. However, it may have the sin- 
gle gate structure or the multi-gate structure such as 
triple gate structure. The structure of the active matrix 
substrate in this embodiment is not limited to one shown 
in the embodiment The present invention is character- 
ized by the structure of the gate electrode and the 
arrangement of the source region, drain region and 
other impurity regions of the semiconductor layer that is 
disposed through the gate insulating film. Other con- 
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struction may therefore be determined suitably by a per- 
son who carries out the invention. 

[Embodiment 5} * , 

5 

10133] This embodiment shows an example in 
which the steps are shared with Embodiment 2 but the 
structure is different in the second conductive layer of- 
the pixel TFT in the pixel matrix circuit and in the second 
conductive layer of the n-channel TFT and the p-chan- w 
nel TFT in the CMOS circuit As shown in Fig. 6A, sec- 
ond conductive layers 290, 291 are in contact with the 
f [^-CpQductiye layer anctextend only on the drain side 
of each f FT. In the CMOS circuit, the second conduc- 
tive layer of the n-channel TFT can ease, even with such 
an arrangement, a high electric field region formed on 
the drain side of the TFT. On the other hand, the second 
conductive layers 292, 293 and holding capacitance 
294 of the pixel TFT are formed in a manner similar to 
the one in Embodiment 1 . 

10134] > The steps of this embodiment 1 basically fol- 
- - {ow the stepsof Embodiment 2. .The shape of the sec- 
ond conductive layer is modified by changing the photo 
mask used in the patterning step, but the rest of the step 
requires no modification. However, the first impurity 

side" - "~ - - ~~ — - 

[0135] As shown in Fig. 6B, the resist masks 223, 
22 i'f 25, 226, 227 are rem <> v ed. and a photoresist film 
is again formed to pattern through exposure from the 
back side. Upon exposure, using as masks the first and 
second conductive layers, resist masks 248, 249. 250. 
2^,_25^ar_e_formed_in^a seff:alignment manner, as 
shown in Fig. 6B. The exposure from the back side uti- 

lizes-direct-light and-scattered-light to-set thefilmover- 

exposure, making it possible to form the resist mask 
within the second conductive layer area as shown in 
Fig. 6B. 

[0136] Notmaske^Tegions^'thVs^ 
tive layers are then etched and removed. The etching 
uses a normal dry etching technique, and CF 4 and 0 2 
gas. Each region is removed along the length L5 as 
shown in Fig. 6C. The length L5 may be suitably 
adjusted within a range of from 0.5 urn to 3 *im, and is 
set here to 1.5 fun. As a result of the first impurity 
region that becomes the LDD region and has a length of 
3 urn in the n-channel TFT, a region overlaps with the 
second conductive layer for a length of 1 .5 fim (L4), and 
another region'does nofoverlap with the second gate 
electrode for a length of 1 .5 jxm (L5). Subsequent steps 
follow the steps of embodiment 1 to finish the active 
matrix substrate shown in Fig. 6C. 

[Embodiment 6] 

[0137] This embodiment shows an example in 
which the crystalline semiconductor film used as the 
semiconductor layer in Embodiment Modes 1. 2 and 



Embodiments 1, 2, 3. 5 is formed through thermal 
annealing using a catalytic element. When an catalytic 
element is used, to employ techniques disclosed in Jap- 
anese Patent Application Laid-open Nos. Hei 7-130652 
and Hei 8-78329 is desirable 
[01 38] Here shown in Figs. 9A and 9B is an exam- 
ple in which the technique disclosed in Japanese Patent 
Application Laid-open No. Hei 7-130652 is applied to 
the present invention. First, a silicon oxide film 902 is 
formed on a substrate 901 and an amorphous silicon 
f ilm 903 is formed thereon. A nickel containing layer 904 ■ 
is formed by coating a nickel acetate solution that con- 
tains 1 0 ppm of nickel in terms of weight (Fig. 9A). 
[0139] After the step of denydrogenation at 500°C 
is for an hour: a heat treatment is conducted at 500 to 
650°C for 4 to 12 hours, for example, at 550°C for 8 
hours, faming a crystalline silicon film 905. The thus 
obtained crystalline silicon film 905 has very excellent 
crystallinity (Fig. 9B). • 
20 [01 40] The technique disclosed in Japanese Patent 
' ^Application Laid-open No. Hei 8-78329 makes possible 
the selective crystallization of the amorphous semicon- 
ductor film by selectively adding a catalytic element. 
The case where the technique is applied to the present 
25 invention will be described with reference to Figs 10A 
" and 10B.~ *" " '* --.^ 

[01 41] First, a silicon oxide film 1 002 is formed on a 
.glass substrate 1001. and an amorphous silicon film 
1 003 and a silicon oxide film 1 004 are formed thereon in 
30 succession. The silicon oxide film 1004 has a thickness 
oflSOnm. 

[01 42] The silicon oxide film 1 004 is then patterned . 
to selectively form openings 1005. After that a nickel 
^acetate solution that contains 10 ppm of nickel in terms 
35— of-weight is-coated to form'a^nickel containing layer 
1006. The nickel containing layer 1006 is in contact with 
the amorphous silicon film 1002 only at the bottom of 
the openings 1005 (Fig. 10A). 
[0T43] ( A'heat treatmenTis nexfpeformed at 500to 
40 650°C. for example 570'C for 14 hours to form a crystal- 
line silicon film 1 007. In the course of this crystallization, 
a part of the amorphous silicon film where nickel comes 
into contact is crystallized first, and crystallization pro-' 
ceeds from there in a lateral direction. The thus formed 
45 crystalline silicon film 1007 is an aggregate of rod fike- 
or needle like-crystals, and each crystal grows with a 
specific directivity if viewed in a macroscopic view, pro- 
viding an advantage of uniformed crystaliinity (Fig. 

so [0144] Incidental^ an exarnple of catalytic ele- 
ments usable in the above two techniques includes, 
other than nickel (Ni). iron (Fe), palladium (Pd), tin (Sn). 
lead <Pb), cobalt (Co), platinum (Pt). copper (Cu) and 
gold(Au). 

55 [01 45] Using the techniques as described above, a 
crystalline semiconductor film (including a crystalline 
silicon film, a crystalline silicon germanium film, etc.) is 
formed and patterned, to thereby form a semiconductor 
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layer for a crystalline TFT. The TFT that is fabricated, 
from the crystalline semiconductor film using the tech- 
nique of this embodiment has excellent characteristic 
and is demanded high reliability because of the excel- 
lencies. With employment of the TFT structure of the 5 
present invention, it is possible to manufacture a TFT 
that makes most of the technique of this embodiment 



[Embodiment 7] 

[0146] This embodiment shows an example in 
which the semiconductor layer used in Embodiment 
. Modes 1, 2 and Embodiments 1 . 1 2 L 3 t „5Js_formed.by a 
certain method According to the method. a/Tamor- 
phous semiconductor fim is used as an initial film to 
form a crystalline semiconductor film using the catalytic 
element and, thereafter, a step of removing the catalytic 
element from the crystalline semiconductor film is per- 
formed. This embodiment employs as the method a 
technique described in Japanese Patent Application 
Laid-open No. Hei 10-247735, No. Hei 10-135468 or 

No. Hei 10-135469. 

[0147] The technique described irrthe publications 
is a technique to remove, after crystallization, a catalytic 
element used to crystallize an amorphous semiconduc- 
tor film, by utilizing gettering action of phosphorous. 

OT'oymept of the technique allows to reduce the con- 
centration of the catalytic element in the crystalline 
semiconductor film to 1 x 10 17 atoms/cm 3 or less, pref- 
erably 1 x 10 16 atoms/cm 3 or less. 
[0148] The structure of this embodiment will be 
described with reference to Figs. 11A and 1 1B. For a 
glass substrate 1101, a non-alkaline glass substrate 
represented by Corning 1737 substrate is used. Fig. 
^ 1 1A gj^^AtaJeJnjyhich a basejflr^i ^.and.a.cr.ys- 
talline silicon film 1 103 are formed using the crystalliza- 
tion technique shown in Embodiment 5. A silicon oxide 
film 1 104 for a mask is formed in a thickness of 150 nm 
— on4he*surface>of-the*crystalline silicon film 1103. The 
film is patterned to form an opening, forming a region 
where the crystalline silicon^film is exposed. Then 
through a step of adding phosphorous, a region 1105 
where the crystalline silicon film is doped with phospho- 
rous is formed. 

[01 49] Conducting in this state a heat treatment in a 
nitrogen atmosphere at 550 to 800°C for 5 to 24 hours, 
for example 600°C for 1 2 hours, causes the region 1 105 
where the crystalline silicon film is doped with phospho- 
rous to act as a gettering cite. Namely, segregation of 
-the catalytic-element remained in the crystalline silicon 
film 1 1 03 takes place in the region 1 105 where the crys- 
talline silicon film is doped with phosphorous. 
[0150] The silicon oxide film 1 104 for mask and the 
region 1 105 doped with phosphorous are then etched 
and removed to obtain the crystalline silicon film in 
which the concentration of the catalytic element used at 
the crystallization step is reduced down to 1 x 10 17 
atoms/cm 3 or less. This crystalline silicon film may be 
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used as it is for the semiconductor layer of the TFT of 
the present invention shown in Embodiments 1, 2. 4. 

[Embodiment 8] 

[01 51] This embodiment shows another example in 
which a semiconductor layer and a gate insulating film 
are formed in the process of manufacturing the TFT of 
the present invention shown in Embodiment Modes 1. 2 
and Embodiments 1, 2. 3. 5. TJie structure of this 
embodiment is described with reference to Figs. 12A 
and12B. 

J0152] A quartz, substrate J 201 is used because a 
substrate having a heat resistance of at least about 700 
to 1100°C is required here. The technique shown in 
Embodiment 5 is used to form a crystalline semiconduc- 
tor f ilm. In order to make this film a semiconductor layer 
of the TFT. it is patterned into an island-like shape, form- ' 
ing semiconductor layers 1202. 1203. A gate insulating 
film 1204 is then formed from a film containing as main 
Jngredient as silico n oxide t o cover the semic onductor 
layers 1202, 1203. In this embodiment the film 1204 is 
a silicon oxide nitride film formed by plasma CVD and 
having a thickness of 70 nm (Fig. 12A). 
[01 53] A heat treatment is subsequently conducted 
in.the ; atmosphere that contains halogen (typically, chlo- 
rine) and oxygen. In mis embodiment, the treatment 
takes 30 minutes at 950°C. Incidentally, the treatment 
temperature may be selected within a range of from 
700°C to 1100°C. and the treatment time may be 
selected between 10 minutes and 8 hours (Fig. 12B). 
[0154] As a result, under the conditions of this 
^embodiment a thermal oxide film is formed at the inter- 
face between the semiconductor layers 1202. 1203 and 
the gate insulating-film 1204 to form a gate insulating 
film 1207. During oxidation in the halogen atmosphere, 
impurities, a metal impurity element in particular, con- 
tained in the gate insulating film 1204 and the semicon- 
ductor layers 1202. 1203 forms a compound with 
halogen, and is discharged into the air. 
[0155] The gate insulating film formed through the 
steps above is high in insulating withstand voltage, and 
the interface between semiconductor layers 1205, 1206 
and the gate insulating f3m 1207 is very good. Subse- 
quent steps follow ones in Embodiments 1. 2, 4, thereby 
obtaining the structure of the TFT of the present inven- 
tion. 

[Embodiment 9] 
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[0156] This embodiment shows an example in 
which a crystalline TFT is formed through a step order 
different from the one in Embodiment 2. referring to Fig. 
13. The semiconductor layers 204, 205, 206 shown in 
Fig. 2A in Embodiment 2 uses the crystalline silicon film 
formed by the method shown in Embodiment 6. At this 
time, the catalytic element used at the crystallization 
step is remained in a small amount in the semiconduc- 
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tor layer. Subsequently, following the process of Embod- 
iment 1 , steps up through the doping step of an impurity 
element giving p-type shown in Rg. 38 are carried out 
The resist masks 258, 259 are then removed. . 
[0157] At this time, as shown in Fig! 13, phospho- 
rous added'at the step of Fig. 3A is present in all of the 
source regions 230. 237 and drain regions 231. 238. 
241 of the n-channeJ TFT. and the source regions 234. 
289 and drain regions 233. 288 of the p-channel TFT. 
According to Embodiment 1, phosphorous concentra- 
tion at this time six 10 20 atoms/cm 3 to 1 x 10 21 
atoms/cm 3 . 

[0158]-- ~A heat treatment is conducted in this state in 
a nitrogen atmosphere at 400 to 800°C for 1 to 24 
hours, for example 550°C for 4 hours. The added impu- 
rity elements giving n-type and p-type can be activated 
through this step. The step further causes the region to 
which phosphorous is added to act as a gettering cite, 
invoking segregation of the catalytic element remained, 
after the crystallization. As a result, the catalytic ele- 
ment can be removed from the channel formation 

region. . _ „ 

[0159] After the end of the step in Fig. 13. subse- 
quent steps follow the steps of Embodiment 1 to obtain 
the state in Fig. 3C. thereby completing the fabrication 
" of tfie~ac^e~rnatfi^ r - 

[Embodiment 10] - - 

[0160] This embodiment shows an exemplary 
structure of a gate electrode in a TFT of the present 
invention with reference to Figs. 14A to 14F The gate 

-electrodeis-comprised of-a-first conductive-layer and a 
second conductive layer that is formed to come in con- 

-tact with-the first-conductive layerrThe first conductive ~ 
layer is formed from one or a plurality of conductive lay- 
ers. 

J[0161] I n the str ucture of Fig. 14A, a Mo-Tl film is 
used to make a conductive"layer (A) 1 701 that is formed 
to come in contact with a gate insulating film of the first 
conductive layer of the gate electrode, and a conductive 
layer (B) 1702 made of a Tl film, a conductive layer (C) 
1 703 made of a film containing mainly Al and a conduc- 
tive layer (D) 1704 made of a Tl film are layered on the 
conductive layer (A). Here, the conductive layer (A) 
desirably has a thickness of 30 to 200 nm, and each of 
the conductive layers (B) to (D) desirably has a thick- 
ness of 50 to 100 nm. 

[0162] ~"The conductive layer (A) in contact with the 
'gate ihsulatih^filnTserves as a barrier layer for prevent- 
ing constituent elements of the conductive layers that 
are formed on the layer (A) from permeating into the 
gate insulating film. It is desirable to use for the layer (A) 
a high melting point metal such as Tl, Ta, W or Mo. or an 
alloy material of these. The conductive layer (C) 1703 in 
Fig. 14A is a film containing mainly Al, and is provided 
to lower the resistance rate of the gate electrode. For 
the purpose of enhancing the flatness of the Al film to be 



formed, an Al alloy film is desirably used, which contains 
an element such as Sc. Tl or Si with a ratio of 0.1 to 5 
atomic%. In any case, when the present invention is 
intended to be applied to a liquid crystal display device 
5 of 10 inch or larger, a low resistance rate material con- 
taining mainly Al or Cu is desirably used to lower the 
resistance of the gate electrode. Further, it is desirable 
to use a high melting point metal such as Ti. Ta, ,W or 
Mo. or an alloy material of these for the second conduc- 
io tive layer 1 705 formed to come in contact with the first 
conductive layer and the gate insulating film, in order to 
enhance its heat resistance. 
"[0163]-^— Fig: 14B shows another structural example 
in which a conductive layer (A) 1706 is a single layer 
is made of a' Mo-W alloy fflm or a W film, and a second 
conductive layer 1707 is made of a Tl film. The second 
conductive layer 1707 may alternatively be made from 
Ta. Mo or W. The conductive layer (A) may have a thick- 
ness of 50 to 100 nm. * 
20 [01 6fl In Fig. 1 4C, a conductive layer (A) 1 708 con- 
. ..stituting the first conductive layer of thegateelectrode is 

made of a Ti film, a conductive layer (B) 1709 is made of 

a film containing mainly copper (Cu), and a conductive 
layer (C) 1 71 0 is made of a Ti film. Similar to the Al film, 
25 the use of Cu film may lower the resistance rate of the 
--gate electrode and the gate wiring. A second conductive 
— layer 1 71 1 ismadeof a Tl. Mo. W or Ta film, or the like. 
' [0165] In Fig. 14D, a conductive layer (A) 1712 con- 
stituting the first conductive layer is made of a Ti film, a 
30 conductive layer (B) 1713 is made of a film containing 
mainly Al. and a conductive layer (C) 1714 is made of a 
Ti film. A second conductive layer 1 71 5 is made of a Tl, 

Mo,-W-or-Ta-film, or the like. - 

[01 66] In Fig. 1 4E, a conductive layer (A) 1716 con- 
• 35 ^st'rtuting the first conductive layer of the gate electrode is 
made of a Tl film the surface of which is nitrided to form 
a titanium nitride (TiN) film 1720. The thickness of the 
_ TiN film is set to 10 to 100 nm, here 20 nm. while the Ti 
film has, a thickness of 30 to 200 nm. The TiN film is 
40 formed by adding into argon gas a nitrogen gas of 10 to 
30% in flow rate ratio when the Ti film of the conductive 
layer (A) 1 71 6 is formed through sputtering. The content 
in the film at this time is 20 to 50 atomic%, preferably 40 
atomic%. A conductive layer (B) 1 71 7 is made of a film 
45 containing mainly Al. and a conductive layer (C) 1718 is 
made of a Ti film. Before formation of the Ti fflm. a TiN 
fflm 1721 may be formed. A second conductive layer 
1719 is made of a Ti film and, again, a TiN film 1722 
may be formed before the Tl film is formed. 
so [0167] When the TIN film is disposed at the inter- 
face with the conductive layer (B) 1717 as shown in Fig. 
14E, direct reaction between Ti and Al can be pre- 
vented. Such structure of the gate electrode is effective 
for the thermal activation step in Embodiment 1 and the 
55 heat treatment step carried out in Embodiment 8. and 
the steps may be performed within a range of from 
300°C to 700°C, preferably from 350°C to 550°C. 
[01 68] In Fig. 1 4F. a conductive layer (A) 1 723 con- 
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holding capacitance is to be formed are doped with an 
impurity giving p-type while a photoresist mask is used 
as a mask and the region to form the n-channel TFT is 
covered with the resist masks 225, 295. Here, as in 
s Embodiment 1 , boron is added in a concentration of 2 x 
10 20 atoms/cm 3 . As shown in Fig. 1J9. the third impurity 
regions 227, 228, 296 highly doped with boron are thus 
formed. * 

, i 

[0176] That the region of the semiconductor layer 
io where the holding capacitance is formed is doped with 
a high concentration of boron (B) allows to lower the 
resistance rate, obtaining a preferable state. Subse- 
quent steps may follow- Embodiment 1. 



stituting the first conductive layer of the gate electrode is. 
made of a 71 fflm, a conductive layer (B) 1 724 is made of 
a film containing mainly Ai. and a second conductive 
layer 1 725 is made of a Ti film. In this case also, a TiN 
film 1 726 and a TaN film 1 727 are formed on the surface 
that is in contact with the conductive layer (B) 1724. As 
before, the TaN film is formed by adding into argon gas 
a nitrogen gas of 1 to 10% in flow rate ratio through 
sputtering. The nitrogen content in the TaN film at this 
time is 35 to 60 atm%, preferably 45 to 50 atm%. With 
this structure, the heat resistance can be enhanced as 
in the structure example in Rg. 14E. 
[0169] — Such structure of the gate electrode-may be 
suitably used in combination with the TFT of Embodi- 
ment Modes 1. 2 and Embodiments 1. 2, 3, 5. 



[Embodiment 11] 

[0170] This embodiment describes with reference 
to Fig. 18 an example in which the L4 shown in Fig. 16 
takes different values on the semiconductor layer and at 
the periphery thereof. 

[0171] In Fig. 18, a first conductive layer 1841 and 
second conductive layer 1842 of a gate electrode are 
formed on a semiconductor layer 1840. The second 
--conductive layer 1842 -at this time is formed" so as to 
-cover-the-first conductive layer 1841. In this specifica- 
tion, the length of a part of the second conductive layer 
which does not overlap the first conductive layer 1841 is 
defined as L4. 

[01 72] In the case of this embodiment, the length L4 
(here, denoted by WLDD) on the semiconductor layer is 
set to 0.5 to 3 jim, and the length L4 (here, denoted by 
WL) at a wiring portion (the periphery excluding the 

___region.on-the-semiconductor-layer)-is~seWo-0 i -14o-1.5- 
jtm. 

[0173] Namely, this embodiment is characterized in 
that the line width of the second conductive layer is nar- 
— rcwer-at the- wirtng-porton than-on^he-semiconductor 
layer. This is because the region corresponding to L4 is 
not only unnecessary at the wiring portion but also 
causes inhibition in high density integration of the wir- 
ings. The line width thereof is thus preferred to be as 
narrow as possible. 

[0174] Accordingly, the adoption of the structure of 
this embodiment facilitates high density integration of 
wirings, leading to high density integration of a semicon- 
ductor device. Incidentally, the structure of this embodi- 
^menKmay be -freely- combined -with^ any-structure of 
-Embodiments 1 through 10; — — 

[Embodiment 12] 

[01 75] This embodiment shows another example of 
the step of forming the holding capacitance disposed on 
the active matrix substrate in Embodiments 1 . 2. On the 
substrate in the state in Fig. 2B. the region where the p- 
channel TFT is to be formed and the region where the 



is [Embodiment 13] 

[0177] In this embodiment, the structure of the, 
present invention is inspected on its valicfity using com- 
puter simulation. Employed here is an ISE (Integrated 

20 system engineering AG) semiconductor device simula- 
tor total package. The structure of the TFT used for 
computing here is shown in Figs. 20(A) and 20(B). In 
the structure of the TFT, the channel length is fixedly set 
to 10 jxm, the channel width. 10 jun, the length of the 

25 impurity region with low concentration (LDD). 2.5 jim. 
T As for other conditions, the phosphorous concentration 
is 4.2 x 10 17 per cm 3 in the impurity region with low con- 
centration (n')and 2 x 10 20 per cm 3 in the source region 
and the drain region (n + ). and the thickness is set to 50 , 

30 nm for the semiconductor layer. 150 nm for the gate 
insulating film and 400 nm for the gate electrode. The 
computing is made on the case of the GOLD structure 
in which the impurity region with low concentration (n) 
completely overlaps the gate electrode, and on the case 
-35— of the structure (GOLD + LDD) in which the LDD region 
partially overlaps the gate electrode with, an outward 
shift of 0.5 nm pitch. 

[0178] Fig. 21 shows the result of the computing 
^that is made, setting the center of the channel formation 

40 region as the reference, on the electric field intensity 
distribution on the drain side of the region. Here, the 
gate voltage Vg = -8 V, and the drain voltage Vds = 16V. 
According to the result in the case of the GOLD struc- 
ture where the impurity region with low concentration (n" 

45 ) completely overlaps the gate electrode, the electric 
field intensity reaches the maximum at the gate-drain 
end. The result also shows that the electric field inten- 
sity is eased when the impurity region with low concen- 
— tration (n') is shifted toward the drain side to reduce the 

so overlapped area. 

[0179] Rg. 22 shows the computing result of Vg-ld 
(gate voltage drain current) characteristic, where the 
drain voltage Vds is a constant value of 16V. The graph 
shows that OFF<urrent increases in the case of the 

55 GOLD structure, but its increase can be prevented if the 
impurity region with low concentration (n-) is shifted 
toward the drain side to reduce the overlapped area. 
[0180] Figs. 23 and 24 show the computing result 
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for the electron density distrfoution and hole density dis: 
tribution of the channel formation region, source region 
and drain region, calculated for both the case of the 
GOLD, structure in which the impurity region with low 
concentration (n ) completely overlaps the gate elec- 
trode, and the case of the structure (GOLD + LDD) in 
which the LDD region partially overlaps the gate elec- 
trode with an outward shift of 0.5 Jim pitch. Each density 
distribution is, expressed by means of the contour line in 
the graphs. Read in Fig. 23 is that the hole density is 
higher in the region where the surface of the impurity 
region with low concentration (n') overlaps the gate 
electrode. At-this- time^- i ncreas e-of OFF-current caused 
by this high hole density is expected. This state may be 
recognized in the hole current shown in Fig. 25. In con- 
trast in Fig. 24, the hole density is not high because of 
the„GOLD + LDD. structure releasing the electric field 
intensity between the gate electrode and the drain end. 
In addition, the electron density distribution is made 
rather even and the tunnel current is blocked owing to 
the presence of the LDD region, thereby eliminating the 
increase of OFF-current. Similarly "in Fig. 26, both the. 
electron current and the hole current are reduced. 
[0181] The above results of the computer simula- 
tion well explain the phenomenon of the GOLD struc- 
-turerwhich is one ottheobjects of the present invention. 
The results show that the employment of the structure 
of the present invention can prevent the increase of 
OFF-current. 

[Embodiment 14] 

_[0.182]-^An.actrverT^trasubstrate-and-a-liqukj.crys- 
tal display device fabricated through carrying out the 

-=presem-inverrtion-may be-applied to various electroopti- 
cal devices. Further, the present invention may be 
applied to all electronic equipments that incorporate 
those electrooptical devices as display devices. As such 
an electronic 'equipment a personal computer, a digital 
camera, a video camera, a portable information termi- 

-nah(a mobile computer, a cellular phone, or an elec- 
tronic book) and a navigation system for vehicles, may 
be enumerated. Examples of those are shown in Figs. 
15Ato15H. 

[0183] Examples of such electronic machines and 
equipment include video cameras, digital cameras, pro- 
jectors (of rear type or front type), head-mount display 
(goggle-type display), car navigator, personal computer. 
*and"mobile information terminals (mobile computers, 
cellular phonesT and electronic books). They are illus- 
trated in Figs. 15 and 27. 

[01 84] Fig. 1 5A shows a portable phone which con- 
sists of a main body 9001 . a sound output selection 
9002. a sound input selection 9003. a display 9004. 
operation switches 9005, and an antenna 9006. The 
present invention can be applied to the display 9004 
and other signal control circuit. 
[0185] Fig. 15B shows a video camera which con- 



sists of a main body 9101. a display 9102, an audi 
input 9103, a switching unit 9104, a battery 9105. and 
an image receiver 9106. The present invention may be 
applied to the display 9102 and th video input, 2103 
5 and other signal control circuits. 

[0186] Fig. 15C shows a mobile computer which 
consists of a main body 9201 , a camera unit 9202, an 
image receiver 9203. a switching unit 9204, and a dis- 
play 9205. The present invention may be applied to the 
io display 9205 and other signal control circuits. 

[01 87] Ftg. 1 5D shows a goggle type display which 
consists of a main body 9301 , a display 9302, and arms 
9303. The present inventionjnay be applied to the dis- 
play 9302 and other signal control circuits. 
15 [0188] Fig. 15E shows an electronic book which 
consists of a main body 9501 . a display 9503, a record- 
ing medium 9504, operating switches 9505, and an 
antenna 9506. The present invention can be applied to 
the display 9503 and other signal control circuits. ' 
20 [0189] Fig. 15F shows a personal computer which 
consists of main body 9601 , image input9602, display 

9603, .and keyboard 9604. The present invention may 

be applied to the image input 9602 and the display 9603 
and other signal control circuits. 
25 [0190] Fig. 15G shows a player for a recording 
medium containing, programs, which consists of a main 
— body 9701 , a display 9702, a speaker 9703. a recording 
. medium 9704, and a switching unit 9705. Incidentally, 
this apparatus may employ a DVD (digital versatile disc) 
30 or CP as the recording medium. It is used to enjoy 
music and movies and internet. The present invention 
may be applied to the display 9702 and other signal 

-control circuits. 

[0191] Fig. 15H shows a digital camera which con- 
-35- -sists-of a main body 9801 . a display 9802, an eyepiece 
9803. a switching unit 9804, and an image receiver (not 
shown). The present invention may be applied to the 
display 9802 and other signal control circuits. 
[0192] Fig. 27A shows a front-type projector com- 
40 prising a light source optical system and display device 
2601, and a screen 2602. The present invention is 
applicable to the display device 2601 and other signal 
control circuits. Fig. 27B shows a rear-type projector 
comprising a main body 2701 . a light source optical sys- 
45 tern and display device 2702. a mirror 2703, and a 
screen 2704. The present invention is applicable to the 
display device 2702 and other signal control circuits, 
and is effective especially when the display device is of 
50 to 100 inches. 
so [01 93] Fig. 27C is a diagram showing an example of 
the structure of the light source optical system and dis- 
play devices 2601 . 2702 in Rgs. 27A and 27B. The light 
source optical system and display device 2601 or 2702 
comprises a light source optical system 2801. mirrors 
55 2802. 2804 to 2806, dichroic mirrors 2803. a beam split- 
ter 2807. liquid crystal display devices 2808, phase dif- 
ference plates 2809, and a projection optical system 
2810. The projection optical system 2810 consists of a 
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plurality of optical lenses. This embodiment shows an 
example of Three plate type" but not particularly limited 
thereto For instance, the invention may be applied also 
to a "Single plate type" optical system. Further, in the 
light path indicated by an arrow in Fig. 27C, an optical 
lens, a f3m having a polarization function, a fBm for 
adjusting a phase difference, an IR film etc. may be suit- 
ably provided. Fig. 27D is a diagram showing an exam- 
ple of the structure of the light source optical system 

_ 2 ^0 1 inEfg- 27G In this embodiment, the light source 
optical system 2801 comprises a reflector 2811, a light 
source 2812. lens arrays 2813, 2814, a polarization 
conversion element 2815, and a condenser lens 2816. 

—Theiight source optical system shown irTFig. *27Q ks 
merely an example, and is not particularly limited to the 
illustrated structure. 

[01 94 J Other than those, though not shown here, 
the present invention may be applied to a reader circuit 
of navigation systems for vehicles or image sensors. 
The present invention thus has so wide application 
range that it is applicable to electronic equipment in any 
field. In addition, the electronic equipments of this 
embodiment may be realized with any construction 
. obtained through combination of Embodiment Modes 1 . 
2, and Embodiments 1 to 12. 

[0195] This example demonstrates~a process for 

— producing an EL (electroluminescence) display device 
according to the invention of the present application. 
[01 96] Fig. 33A is a top view showing an EL display 
device, which was produced according to the invention 

- of the present application. In Fig. 33A. there are shown 
a substrate 4 010, a p ix el part 401 1 , a driving circuit fr om 35 

~ the source 4012. and a driving circuit from the gate 
4013, each driving circuit connecting to wirings 4014- 
4016 which reach FPC 4017 leading to external equip- 
ment. 

10197] The pixel part, preferably together with the 
driving circuit, is enclosed by a covering material 6000. 
a sealing material (or housing material) 7000, and an 
end-sealing material (or second sealing material) 7001. 
[0198] Fig. 33B is a sectional view showing the 
structure of the EL display device in this Example. There 
is shown a substrate 4010. an underlying coating 4021, 
a TFT 4022 for the driving circuit, and a TFT 4023 for 
the pixel unit. (The TFT 4022 shown is a CMOS circuit 
consisting of an n-channel type TFT aod_ a^p^hannel 
type TFT. The TFT 4023 shown is the one. which con- 
trols current to the EL element) These TFTs may be of 
any known structure (top gate structure or bottom gate 
structure). 

[0199] incidentally, the present invention is used in 
the TFT 4022 for the driving circuit and the TFT 4023 for 
the pixel unit. 

[0200] Upon completion of TFT 4022 (for the driving 
circuit) and TFT 4023 (for the pixel unit), with their active 
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layer being the semiconductor layer formed according to 
the invention of the present application, a pixel elec- 
trode 4027 is formed on the intenayer insulating fBm 
(planarizing film) 4026 made of a resin. This pixel elec- 
5 trode is a transparent conductive film, which is electri- 
cally connected to the drain of TFT 4023 for the pixel 
unit. The transparent conductive film may be formed 
from a compound (called ITO) of indium oxide and tin 
oxide or a compound of indium oxide and zinc oxide. On 
io the pixel electrode 4027 is formed an insulating film 
4028. in which is formed an opening above the pixel 
electrode 4027. 

J0201L _ Suteequentiy. the EL layer 4029 is formed, ft 
may be of single-layer structure or multi-layer structure 
15 by freely combining known EL materials such as injec- 
tion layer, hole transport layer, light emitting layer, elec- 
tron transport layer, and electron injection layer. Any 
known technology may be available for such structure. ' 
The EL material is either a low-molecular material or a 
20 high-molecular material (polymer). The former may be 
applied by vapor deposition, and the latter may be 
applied by a simple method such as spin coating, print- 
ing, or ink-jet method. 

[0202] In this example, the EL layer is formed by 
25 vapor deposition through a shadow mask. The resulting 
EL layer permits each pjxel to emit light differing* in 
wavelength (red. -green, and blue). This realizes the 
color display. Alternative systems available include the 
combination of color conversion layer (CCM) and color 
30 filter and the combination of white light emitting layer ' 
and color filter. Needless to say. the EL display device 
may be monochromatic. 

[0203] On the EL layer is formed a cathode 4030. 
Prior to this step, it is desirable to clear moisture and 
-^9. enas JBja!as possible fromihe.interface between 
the EL layer 4029 and the cathode 4030. .This object 
may be achieved by forming the EL layer 4029 and the 
cathode 4030 consecutively in a vacuum, or by forming 

the.EL layer 4029Jn.an inert-atmosphere and then form- 

40 ing the cathode 4030 in the same atmosphere without 
admitting air into rt. In this Example, the desired film was 
formed by using a film-forming apparatus of multi-cham- 
ber system (cluster tool system). 
[0204] The multi-layer structure composed of lith- 
45 ium fluoride film and aluminum film is used in this Exam- 
ple as the cathode 4030. To be concrete, the EL layer 
4029 is coated by vapor deposition with a lithium fluo- 
ride film (1 nm thick) and an aluminum film (300 nm 
thick) sequentially. Jsleedless_to_say.. the cathode-4030 
so may be formed from MgAg electrode which is a known 
cathode material. Subsequently, the cathode 4030 is 
connected to a wiring 4016 in the region indicated by 
4031. The wiring 4016 to supply a prescribed voltage to 
the cathode 4030 is connected to the FPC 4017 through 
55 an electrically conductive paste material 4032. 

[0205] The electrical connection between the cath- 
ode 4030 and the wiring 401 6 in the region 4031 needs 
contact holes in the interlayer insulating film 4026 and 
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the insulating film 4028. These contact holes may. be 
formed when the interlayer insulating film 4026 under- 
goes etching to form 4 the contact hole for the pixel elec- 
trode or when the insulating film 4028 undergoes 
etching to form the opening before the EL layer is 
formed. When the insulating film 4028 undergoes etch- 
ing, the interlayer insulating film 4026 may be etched 
simultaneously. Contact holes of good shape may be 
formed H the interlayer insulating film 4026 and the insu- 
lating film 4028 are made of the same material. 
[0206] Then, a passivation film 6003, a filling mate- 
rial 6004 and a covering material 6000 are formed so' 
-thatthese layers cover the EL-element. — 
[0207J 1 . Furthermore, the sealing material 7000 is 
formed inside of the covering material 6000 and the 
substrate 4010 such as surrounding the EL element 
and the end-sealing material 7001 is formed outside of 
the sealing material 7000. 

[0208] The filling material 6004 is formed to cover 
the EL element and also functions as an adhesive to 
adhere* to the covering material 6000. As the filling : 
^material 6004. PVC (polyvinyl chloride), an epoxy resin.__ 
a silicon resin, PVB (polyvinyl butyral), or EVA (ethylen- 
vinyl acetate) can be utilized. It is preferable to form a 
desiccant in the filling material 6004. since a moisture 
^absorption-can.be maintained. _-. ^r-—^.-- ' 

-[0209]: Also.spacers can be contained^ the filling 

material 6004. Jt is preferable to use sperical spacers 
comprising barium oxide to maintain the moisture , 
absorption in the spacers. 

[021 0] In the case of that the spaces are contained 
in the filling material, the passivasion film 6003 can* 
reliev e the pressure of the spacers. Of course, the other 
film different from the passivation film, such as an 
^organic-resini-can-be-used-for-relieving-the-pressure-of 
the spacers. 

[021 1 ] As the covering material 6000, a glass plate, 
an aluminum plate, a stainless plate, a FRP (Fiberglass- 
^Reinforced^Plastics) platera PVF~(polyviny1-fluoride) 
film, a Mylar film, a polyester film or an aery! film can be 
-used-ln a ease that PVB or EVA is employed as the fill- 
ing material 6004, it is preferable to use an aluminum 
foil with a thickness of some tens of |xm sandwiched by 
a PVF film or a Mylar film. 

[0212] ft is noted that the covering material 6000 
should have a light transparency with accordance to a 
light emitting direction (a light radiation direction) from 
the EL element. 

[021 3] The-wiring 4016 is electrically connected to 
FPC 401 7 through the gap between the sealing material 
7000 and the end-sealing material 7001. and the sub- 
strate 4010. As in the wiring 4016 explained above, 
other wirings 4014 and 4015 are also electrically con- 
nected to FPC 4017 under the sealing material 4018. 

[Embodiment 16] 

[0214] In this embodiment, another EL display 



device having a different structure from the embodiment 
15 is explained, as shown in Figs. 34A and 34B. The 
same reference numerals in Rg. 34A and 34B as in 
Figs. 33A and 33B indicate same constitutive elements, 
5 so an explanation is omitted. 

[021 5] Fig! 34A shows a top view of the EL module 
in this embodiment and Rg. 34B shows a sectional view 
of A-A'of Frg.34A. 

[0216] According to Embodiment 15, the passiva- 
10 tion film 6003 is formed to cover a surface of the EL ele- 
ment! 

[0217] The filling material 6004 is formed to coyer 
-the EL Element and -also functions as an-adhesive to 
adhere to the covering material 6000. As the filling 

is material 6004, PVC (polyvinyl chloride), an epoxy resin, 
a silicon resin, PVB (polyvinyl butyral). or EVA (ethylen- 
vinyi acetate) can be utilized, ft is preferable to* form a 
desiccant in the filling material 6004, since a moisture 
absorption can be maintained. 1 

20 [0218] Also, spacers can be contained in the filling 
material 6004. ft is preferable to use sperical spacers 

_ _jCOT^slngj3arium_oxide_to_maintain the moisture 
absorption in the spacers. 

[021 9] In the case of that the spaces are contained 
25 in the filling material, the passivasion film 6003 can 
rrelieye the pressure of the spacers. Of course-the other 
4flm r differenMrom~the- passivation film, such as an 
, organic resin, can be used for relieving the pressure of 
the spacers. 

30 [0220] As the covering material 6000. a glass plate, 
an aluminum plate, a stainless plate, a FRP (Fiberglass- 
Reinforced Plastics) plate, a PVF (polyvinyl fluoride) 

f flm,_a Mylar film, a polyester film or an acryl film can be 

used. In a case that PVB or EVA is employed as the f ill- 

35- -ing*material-6004.- it-is preferable to use an aluminum 
foil with a thickness of some tens of \itr\ sandwiched by 
a PVF film or a Mylar film. 

[0221] It is noted that the covering material 6000 
"should have a light transparency with accordance to a 
40 light emitting direction (a light radiation direction) from 
the EL element 

[0222] Next, the covering material 6000 is adhered 
using the filling material 3404. Then, the flame material 
6001 is attached to cover side portions (exposed faces) 
45 of the filling material 6004. The flame material 6001 is 
adhered by the sealing material (acts as an adhesive) 
6002. As the sealing material 6002, a light curable resin 
is preferable. Also, a thermal curable resin can be 
employed if a heat resistance of the EL layer is admit- 
so ted. It is preferable for the sealing material 6002 not to 
pass moisture and oxygen. In addition, it is possible to 
add a desiccant inside the sealing material 6002. 
[0223] The wiring 4016 is electrically connected to 
FPC 401 7 through the gap between the sealing material 
55 6002 and the substrate 4010. As in the wiring 4016 
explained above, other wirings 4014 and 4015 are also 
electrically connected to FPC 4017 under the sealing 
material 6002. 
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[Embodiment 17] 

[0224J In the EL display device having a structure 
based on the embodiment 15 or 16, the present inven- 
tion can be used. In this embodiment, the structure of 
the pixel region in the panel is illustrated in more detail. 
Fig. 35 shows the cross section of the pixel region; Fig. 
36A shows the top view thereof; and Fig. 368 shows the 
circuit pattern for the pixel region In Fig. 35, Fi_o36A 
and Fig. 368, the same reference numerals are referred 
to for the same parts, as being common thereto. 
[0225] In Fig. 35. the switching TFT 3502 formed on 
the substrate^SOl is NTFT of the invention (cf. Embod- 
iments 1 to 12). In this Embodiment, it has a double- 
gate structure, but its structure and fabrication process 
do not so much differ from the structures and the fabri- 
cation processes illustrated hereinabove, and their 
description is omitted herein. However, the double-gate 
structure of the switching TFT 3502 has substantially 
two ims as connected in series, and therefore has the i 
advantage of reducing the off-current t o pass there- 
Hrirougirin this Embodiment, the _swftching_TFT 3502 
has such a double-gate structure, but is not limitative. It 
may have a single-gate structure or a triple-gate struc- 
ture, or even any other multi-gate structure having more 
thanjhreagates. As the case may be, the switching TFT 
3502 may be PTFT of the invention. 
[0226] The current-control TFT 3503 is NTFT of the 
* invention. The drain wire 35 in the switching TFT 3502 
™ is-electrically cohnected~with thegafe electrode 37 in 
the current-control TFT, via the wire 36 therebetween. 
The wire indicated by 38 is a gate wire for electrically 
connecting the gate electrodes 39a and 39b in the 
switching TFT 3502. 
_[0227]___rt-is-very-important that-the-current-control - 
TFT 3503 has the structure defined in the invention. The 
cunent-control TFT is a unit for controlling the quantity 
of current that passes through the EL device. Therefore, 
a large quantity of current passes through it. and the 
unit, current-control TFT has a high risk of thermal deg- 
radation and degradation with hot carriers. To this unit, 
therefore, the structure of the invention is extremely 
favorable, in which an LDD region is so constructed that 
the gate electrode overlaps with the drain area in the 
current-control TFT, via a gate-insulating film therebe- 
tween. 

[0228] In this Embodiment, the current-control TFT 
3503 is illustrated to have a single-gate structure, but it 
may have a multi-gate structure with plural TFTs con- 
nected in series. In addition, plural TFTs may be con- 
nected in parallel so that the channel-forming region is 
substantially divided into plural sections. In the structure 
of that type, heat radiation can be effected efficiently. 
The structure is advantageous for protecting the device 
with it from thermal deterioration. 
[0229] As in Fig. 36A, the wire to be the gate elec- 
trode 37 in the current-control TFT 3503 overlaps with 
the drain wire 40 therein in the region indicated by 3504. 



via an insulating fBm therebetween. In the state, the 
region indicated by 3504 forms a capacitor. The capac- 
itor 3504 functions to retain the voltage applied t the 
gate in the current-control TFT 3503. The drain wire 40 
5 is connected with the current supply line (power line) 
3506. from which a constant voltage is all the time 
applied to the drain wire 40. 

[0230] On the switching TFT 3502 and the current- 
control TFT 3503, formed is a first passivation film 41. 

io On the film 41 , formed is a pianarizirig film 42 of an insu- 
lating resin. It is extremely important that the difference 
in level of the layered parts in TFT is removed through 
planarizatiori "with~the^la7iari2ihg^ filrrr"427 This* is 
because the EL layer to be formed on the previously 

15 formed layers in the later step is extremely thin, and if 
there exist a difference in level of the previously formed 
layers, the EL device will be often troubled by light emis- 
sion failure. Accordingly, it is desirable to previously 
planarize as much as possible the previously formed 

20 layers before the formation of the pixel electrode ther- 

_^PA_so^that„theiEL_layer could be formed on the 

planarized surface. 

[0231] The reference numeral 43 indicates a pixel 
electrode (a cathode in the EL device) of an electrocon- 

25 ductive film with high reflectivity. The pixel electrode 43 
is electrically connected with the drain in the current- 
control TFT 3503. It is preferablethat the pixel electrode 
43 is of a low-resistance electroconductive film of an 
aluminium alloy, a copper alloy or a silver alloy, or of a 

30 laminate of those films. Needl ess-to-say, the pixel elec- 
trode 43 may have a laminate structure with any other 
electroconductive films. 

[0232] In the recess (this corresponds to the pixel) 
formed between the banks 44a and 44b of an insulating 

-35— film (preferably of aresin): the ligm-emittihg'layer 45 is 
formed. In the illustrated structure, only one pixel is 
shown, but plural tight-emitting layers could be sepa- 
rately formed jn different pixels, corresponding to differ- 
enf~cdfors of R (red), G (green) ancT B (blue). The 

40 organic EL material for the light-emitting layer may be 
any it-conjugated polymer material. Typical polymer 
materials usable herein include polyparaphenylenevi- 
nylene (PW) materials, polyvinylcarbazole (PVK) mate- 
rials, polyfluorene materials, etc. 

45 [0233] Various types of PW-type organic EL mate- 
rials are known, such as those disclosed in "H. Shenk, 
H. Becker. O. Gelsen. E. Klunge, W. Kreuder, and H. 
Sprertzer; Polymers for Light Emitting Diodes, Euro Dis- 
play~Pr6ce~eding>,1999, pp. 33-37" and in Japanese 

so Patent Laid-Open No. 92576/1998. Any of such known 
materials are usable herein. 

[0234] Concretely, cyanopolyphenylenevinytenes 
may be used for red-emitting layers; polyphenylenevin- 
ylenes may be for green- emitting layers; and polyphe- 
55 nylenevinylenes or polyalkylphenylenes may be for 
blue-emitting layers. The thickness of the film tor the 
light-emitting layers may fall between 30 and 150 nm 
(preferably between 40 and 100 nm). 
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[0235] These compounds mentioned above are 
referred to merely for examples of organic EL materials 
employable herein and are not limitative at all. The light- 
emitting layer may be combined with a charge transpor- 
tation layer or a charge injection layer in any desired 
manner to form the intended EL layer (this is for light 
emission and for carrier transfer for light emission). 
[0236] . Specifically, the Embodiment is to demon- 
s jT gj e the embodiment oLusing, polymer materials to 
form light-emitting layers, which, however, is not limita- 
tive. Apart from this, low-molecular organic EL materials > 
may also be used for light-emitting layers. For charge 
transpoTtaiforTlayers and charge injection layers, further 
employable are inorganic materials such as silicon car- 
bide, etc. Various organic EL materials and inorganic 
materials for those layers are known, any of which are 

— usable herein. — ~ ~ 

[0237] In this Embodiment a hole injection layer 46 
of PEDOT (polythiophene) or PAni (polyaniline) is* 
formed on the light-emitting layer 45 to give a laminate 
. structure for the EL layer. On the hole injection layer 46. 
- formed is an anode 47 of a transparent electroconduc- 
tive film. In this Embodiment, the light having been emit- 
ted by the light-emitting layer 45 radiates therefrom in 
the direction toward the top surface (that is. in the 
upward direction of TFT), therefore, in this, the anode 
must transmrtlightrFof the transparent eledroco'nduc- 
tive film for the anode, usable are compounds of iridium 
oxide and tin oxide, and compounds of indium oxide and 
zinc oxide. However, since the anode is formed after the 
light-emitting layer and the hole injection layer having 
poor heat resistance have been formed, it is preferable 
- -that the transparent electroconductive film for the anode 
is of a material capable of bein g formed into a film at as 
"lowaspossible temperatures. 
[0238] When the anode 47 is formed, the EL device 
3505 is finished. The EL device 3505 thus fabricated 
herein jndicates a capacitor comprising Jhe, pixel ele<> 
trode (cathode) 43, the^ligrrt-emitting layer 45. the hole 
injection layer 4 and the anode 47. As in Fig. 36A, the 
region of the pixel electrode 43 is nearly the same as 
the area of the pixel. Therefore, in this, the entire pixel 
functions as the EL device. Accordingly, the light utility 
efficiency of the EL device fabricated herein is high, and 
the device can display bright images. 
[0239] ! In this Embodiment a second passivation 
film 48 is formed on the anode 47. For the second pas- 
sivation film 48, preferably used is a.sjlicon nitride film or 
a silicon oxynitride film. The object of the film 48Js_to 
insulate the EL device from the outward environment 
The film 48 has the function of preventing the organic 
EL material from being degraded through oxidation and 
has the function of preventing it from degassing. With 
the second passivation film 48 of that type, the reliability 
of the EL display device is improved. 
[0240] As described hereinabove, the EL display 
panel of the invention fabricated in this Embodiment has 
a pixel region for the pixel having the constitution as in 



Fig. 35, and has the switching TFT through which the 
off-current to pass is very small to a satisfactory degree, 
and the current-control TFT resistant to hot carrier injec- 
tion. Accordingly, the EL display panel fabricated herein 

5 has high reliability and can display good images. 

[0241] The constitution of this Embodiment can be 
combined with any constitution of Embodiments 1 to 12 
in any desired manner. Incorporating the EL.dsplay 
panel of this Embodiment into the electronic appliance 

io of Embodiment 14 as its display part is advantageous. 

[Embod^ent 1 8] _ •- _ _ J, 

[0242] ,This Embodiment is to demonstrate a modi- 

15 fication of the EL display panel of Embodiment 17. in 
which the EL device 3505 in the pixel region * has a 
reversed structure. For this Embodiment, referred to is 
Fig. 37. The constitution of the EL display panel of this 
Embodiment differs from that illustrated in Fig. 36A only 

f 20 in the EL device part and the current-control TFT part. 
Therefore, the description of the other parts except 
those different parts is omitted herein. 
[0243] In Fig. 37, the current-control TFT 3701 may 
be PTFT of the invention. For the process of forming it. 

25 referred to js that of Embodiment 1 to 12. . 

[0244] ;in this Embodiment, the pixel electrode 
(anode) 50 is of a transparent electroconductive film. 
Concretely, used is an electroconductive film of a com- 
pound of indium oxide and zinc oxide. Needl ess-to-say, 

30 ' also usable is an electroconductive film of a compound 
of indium oxide and tin oxide. 

[0245] After the banks 51a and 51b of an insulating 
film have been formed, a light-emitting layer 52 of poly- 
f vinylcarbazole is formed between them in a solution 
35 coating method. On the light-emitting layer 52, formed 
are an electron injection layer 53 of acetylacetonatopo^ 
tassium (hereinafter acacK), and a cathode 54 of an 
. . _ aluminium alloy. Jn.this case, the cathode 54 serves also 
as a passivation film. Thus is fabricated the EL device 
40 3701. 

[0246] In this Embodiment the light having been 
emitted by the light-emitting layer 52 radiates in the 
direction toward the substrate with TFT formed thereon, 
as in the direction of the arrow illustrated. 
45 [0247] The constitution of this Embodiment can be 
combined with any constitution of Embodiments 1 to 12 
in any desired manner. Incorporating the EL display 
panel of this Embodiment into the electronic appliance 
of .Embodiment 14 as its.display part is advantageous. 

so 

[Embodiment 19] 

[0248] This Embodiment is to demonstrate modifi- 
cations of the pixel with the circuit pattern of Fig. 36B. 
55 The modifications are as in Fig. 38 A to Fig. 38C. In this 
Embodiment illustrated in those Fig. 38A to Fig. 38C, 
3801 indicates the source wire for the switching TFT 
3802; 3803 indicates the gate wire for the switching TFT 
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3802; 3804 indicates a current-control TFT; 3805 indi-. 
cates a capacitor; 3806 and 3808 indicate current sup- 
ply lines; and 3807 indicates an EL device . 
[0249] In the embodiment of Fig. Z8K the current 
supply line 3806 is common to the two pixels. Specifi- 
cally, this embodiment is characterized in that two pixels 
are lineal-symmetrically formed with the current supply 
line 3806 being the center between them. Since the 
number of current supply lines can be reduced therein, 
this embodiment is advantageous in that the pixel pat- 
tern can be much finer and thinner. 
[0250] In the embodiment of Fig. 38B, the current 
— supply-line-3808 is formedin parallel to the-gate wire 
3803. Specifically, in this, the current supply line 3808 is 
so constructed that it does not overlap with the gate wire 
3803. but is not limitative. Being different from the illus- 
trated case, the two may overlap with each other via an 
insulating film therebetween so fer as they are of differ- 
ent layers. Since the current supply line 3808 and the 
gate wire 3803 may enjoy the common exclusive area 
therein, this embodiment is advantageous in that the 
pixel pattern can be much finer and thinner. 
[0251 ] Trie structure of the embodiment of Fig. 38C 
is characterized in that the current supply line 3808 is 
formed in parallel to the gate wires 3803, like in Fig. 
^38B;and thattwo pixels are liheal-symmetricaliy formed 
^with the "current supply line 3808 being the center 
between them. In this, it is also effective to provide the 
current supply line 3808 in such a manner that it over- 
laps with any one of the gate wires 3803. Since the 
number of current supply lines can be reduced therein, 
this embodiment is advantageous in that the pixel pat- 
tern can be much finer and thinner. — 
[0252] The constitution of this Embodiment can be 
-combined- with-any constitution*of Embodiment"1"to"1 2,~ 
15 and 16 in any desired manner. Incorporating the EL 
display panel having the pixel structure of this Embodi- 
ment into the electronic appliance of Embodiment 14 as 
itsldisplay^aTt is advantageous. 

[Embodiment 20] 

[0253] The embodiment of Embodiment 17 illus- 
trated in Fig. 36 A and Fig. 36B is provided with the 
capacitor 3504 which acts to retain the voltage applied 
to the gate in the current-control TFT 3503. In the 
embodiment, however, the capacitor 3504 may be omit- 
ted. 

-[0254] In the embodiment of Embodiment 17, the 
-current control TFT 3503 is~NTFT of the invention, as 
shown in Embodiments 1 to 12. Therefore, in the 
embodiment, the LDD region is so formed that it over- 
laps with the gate electrode via the gate-insulating film 
therebetween. In the overlapped region, formed is a 
parasitic capacitance generally referred to as a gate 
capacitance. The embodiment of this Embodiment is 
characterized in that the parasitic capacitance is posi- 
tively utilized in place of the capacitor 3504. 



[0255] The parasitic capacitance in question varies, 
depending on the area in which the gate electrode over- 
laps with the LDD region, and is therefore determined 
according to the length of the LDD region in the over- 
5 lapped area. 

[0256] Also in the embodiments 'of Embodiment 1 9 
illustrated in Fig. 38A, Fig. 38B and Fig. 38C, the capac- 
itor 3805 can be omitted. 

[0257] The constitution of this Embodiment can be 
10 combined with any constitution of Embodiment 1 to 12, 
15 to 19 in any desired manner. Incorporating the EL 
display panel having the pixel structure of this Embodi- 
^rnent into the electronic appliance of Embodiment 1 4 as 
its display part is advantageous. 

15 

[Embodiment 21] 

[0258] f Nematic liquid crystals and various other liq- 
uid crystals can be employed for the liquid crystal dis- 
20 play devices of the present invention as described 
above. By way of example, it is possible to employ liquid 

- crystals disclosed in 1998. SID. "Characteristics and 
Driving Scheme of Polymer-Stabilized Monostable 
FLCD Exhibiting Fast Response Time and High Con- 

25 trast Ratio with Gray-Scale Capability" by H. Furue et 
= at; 1997. SID DlGESTr841. "A Full-Color Threshold- 
less AntHerroelectric LCD Exhibiting Wide Viewing 
Angle with Fast Response Time" by T. Yoshida et al.; 
1996, J. Mater. Chem. 6(4). 671-673, "Thresholdless 

30 antrferroelectricity in liquid crystals and its application to 
displays" by S. Inui et aJ.; and U. S. Patent No. 5594569. 
[0259] Fig. 39 illustrates the electrooptic character- 

- istics of a monostable FLC (ferroelectric liquid crystal) 
obtained by employing an FLC which exhibits an iso- 

-3S" tropic phase - cholesteric phase - chiral smectic phase 
C transition series, inducing a cholesteric phase - chiral 
smectic phase transition C while a DC voltage is kept 
applied to the employed FLC, and bringing a cone edge 
into substantial agreement with a rubbing direction. A 

40 display mode based on the ferroelectric liquid crystal as 
shown in Fig. 39 is called the "HaH-V switching mode". 
The axis of ordinates of the graph shown in Fig. 39 rep- 
resents a transmrttance (in an arbitrary unit), while the 
axis of abscissas represents an applied voltage. The 

45 "Hatf-V switching mode" is detailed in "Haif-V switching 
mode FLCD" by Terada et al„ "Collection of Preliminary 
Lecture Manuscripts for ASth Associated Lecture Meet- 
ing on Applied Physics", March 1999. p. 1316; and 
Time- Division Full-Color LCD employing Ferroelectric 

so Liquid Crystal" by Yoshihara et al.. "Liquid Crystals". 
Vol.3. No. 3. p. 190. 

[0260] It is understood from Fig. 39 that a low volt- 
age drive and a gradation display are realized with such 
a mixed ferroelectric liquid crystal. The ferroelectric liq- 
55 uid crystal exhibiting the above electrooptic characteris- 
tics is also applicable to the liquid crystal display 
devices according to the present invention. 
[0261 ] Meanwhile, a liquid crystal exhibiting an anti- 
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ferroelectric phase in a certain temperature range is 
termed an "antiferroeiectric liquid crystal* (AFLC)". A 
mixed liquid crystal having the AFLC includes what is 
called, a, "thresholdless mixed antiferroeiectric < liquid 
crystal" exhibiting electrooptic response characteristics 
in which a transmittance changes continuously versus 
an electric field. The threshokJiess mixed antiferroeiec- 
tric liquid crystal includes one which exhibits so-called 
"V-shaped electrooptic response characteristics" as 
shown in Rg. 39, and one whose drive voltage is about 
±2.5 [V] (about 1 - 2 fjrnij in terms of a cell thickness) 
_has been found out 

=[0262]~ — In general.-thethreshofolessrraxed antiferro- 
eiectric liquid crystal exhibits a spontaneous polariza- 
tion of large magnitude, and it has a large dielectric 
constant in itself. Therefore, in a case where -the liquid 
crystal display device is constructed using the thresh- 
old! ess mixed antiferroeiectric liquid crystal, the pixel 
thereof requires a retention capacitance of compare- . 
tively large value. The thresholdless mixed antiferroe- 

J^ticJiqu|d_crystaUo^ 

- small spontaneous polarization. 

[0263] Incidentally, since a low voltage drive is real- 
ized by employing such a thresholdless mixed antiferro- 
eiectric liquid crystal for the liquid crystal display device, 
according -to-the present invention, the power diss.ipa- 

-tion of the display device can be lowered. 
[0264] Carrying out the present invention, stable 
operatiqnmay be obtained_even.when the pixel TFT of 
the pixel matrix circuit is driven by applying a gate volt- 
age of 15 to 20 V. As a result, a semiconductor device 
including a CMOS circuit made from a crystalline TFT, 

-specif ically.-a pixel-matrix- circuit -or a driver circuit dis- 
posed at its periphery in a liquid crystal display device 

-or-an-EL display device may be enhanced in reliability, 
providing a durable liquid crystal display device or a 
durable EL display device against the long time use. 

Claims — 

1. A semiconductor device having a CMOS circuit 
comprising an n-channel TFT and a p-channel TFT, 
said semiconductor device comprising: 



each gate electrode of said n-channel TFT and 45 
said p-channel TFT has a first conductive layer 
being in contact with a gate insulating film, and 
a second conductive layer being in contact with 
both said first conductive layer and said gate 
insulating film; so 
a semiconductor layer of said n-channel TFT 
comprising a first channel formation region, a 
first impurity region being in contact with said 
first channel formation region, and a second 
impurity region being in contact with said first ss 
impurity region; and 

a semiconductor layer of said p-channel TFT 
comprising a second channel formation region 



to 
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and a third impurity region being in contact with 
said second channel formation region, 
wherein said first impurity region of said n- 
channel TFT is disposed so as to completely 
overlaps with said second conductive layer; 
wherein said third impurity region of said p- 
channel TFT is disposed so as to partially over- 
laps with said second conductive layer. 

2.. A. semiconductor device having a pixel TFT of a 
1 pixel matrix circuit and a CMOS circuit comprising 
, an n-channel TFT and a p-channel TFT, said semi- 
conductor device comprising: 



each gate electrode of said pixel TFT, and of 
said n-channel TFT and p-channel TFT forming 
said CMOS circuit has a first conductive layer 
being in contact with a gate insulating film, and 
a second conductive layer being in contact with 
both said first conductive layer and said gate 
insulating film; ...... 

each semiconductor layer of said pixel TFT and 
said n-channel TFT having a first channel for- 
mation region, a first impurity region being in 



^.contact with said first channel formation region, 
-7 . and a second impurity region formed being in 
f contact with said first impurity region; and 
a semiconductor layer of said p-channel TFT 

_ -comprises a second channel formation region 

and a third impurity region being in contact with 
second channel formation region, *. 
wherein each of said first impurity region of 
- ■ said pixel TFT and said n-channel TFT is dis- 
posed so as to completely overlaps with said 
second conductive layer; 
wherein said third impurity region of said p 1 
channel TFT is disposed so as to partially over- . 
l aps with sarid second conductive layer. . 



40 



3. A semiconductor device having a CMOS circuit 
comprising an n-channel TFT and a p-channel TFT, 
said semiconductor device comprising: 

each gate electrode of said n-channel TFT and 
said p-channel TFT having a first conductive 
layer being in contact with a gate insulating 
film, and a second conductive layer formed 

being in contact with both said first conductive 

layer and said gate insulating film; 

a semiconductor layer of said n-channel TFT 

comprises a first channel formation region, a 

first impurity region formed being in contact 

with said second channel formation region, and 

a second impurity region being in contact with 

said first impurity region; and 

a semiconductor layer of said p-channel TFT 

comprises a second channel formation region 

and a third impurity region formed to being in 
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contact with said second channel formation 
region. 

wherein a part of said first impurity region of 
said n-channel TFT is disposed so as to par- 
tially overlaps with said second conductive 5 
layer; and 

wherein said third impurity region of said p- 
channel TFT is disposed so as to partially over- 
laps with said second conductive layer. 

10 

4. A semiconductor device having a pixel TFT of a 
pixel matrix circuit and a CMOS circuit comprising 

_ ^ n ."Channel TFT and a.p-channeiJFT,said-semi- 
conductor device comprising: 



each gate electrode of said pixel TFT, and of 
said n-channel TFT and p-channel TFT forming 
said CMOS circuit having a first conductive 
layer being in contact with a gate insulating 
film, and a second conductive layer being in 
contact with both said first conductive layer and 
said gate insulating film; 
each semiconductor layeTof said pixel TFT and 
said n-channei TFT having a first channel for- 
mation region, a first impurity region being in 
, r ^Jrtart^vfth said first channel formation region. 
-=rr -^1 a second irnpurity_region being in contact 
with said first impurity region; and 
a semiconductor layer of said p-channel TFT 
comprises a second channel formation region 
and a third impurity region being in contact with 
said second channel formation region, 
wherein a part of each first impurity region of 
' said pixel TFT and said n-channel TFT is dis- 
p osed so as to partially _overJaps-w.ith.sairi.fi^- 
ond conductive layer; and 
wherein a part of said third impurity region of 
said p-channel TFT is disposed so as to par- 
^tialiy~overlaps with said second conductive 
layer. 
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semiconductor layer disposed being in contact with 
said second impurity region, and containing as high 
concentration of impurity elements as said third 
impurity region, an insulating layer formed of the 
same layer that said gate insulating film is formed 
of. and a capacitance wiring formed on said insulat- 
ing layer. 

i 

i i 

8. A semiconductor device according to claims 1 
wherein said first conductive layers of said n-chan- 
nel TFT and said p-channel TFT are formed from 

-one or more kinds of-elements selected from a 

group ^consisting -Of_tftanium-(Ti),-tantatum (Ta). 
tungsten (W). and molybdenum (Mo), or formed 
from a material containing those elements as ingre- 
dients, 

9. A semiconductor device according to claims 1 
wherein each of said first conductive layer of said n- 
channel TFT and said p-channel TFT comprises a 
single layer or a plurality of layers. 

10. A semiconductor device according to claims 1 
wherein each of said first conductive layers of said 
n-channel TFT and said p-channel TFT comprises 

-at least: . i . 



a conductive layer (A) formed to come in con- 
tact with said gate insulating film, and formed 
from one or more kinds of elements selected 
from a group consisting of titanium (71), tanta- 
lum (Ta), tungsten (W). and molybdenum (Mo), 
or formed from a material containing those ele- 
ments as ingredients; and 
-a conductive layer (B) formed on said conduc- 
tive layer (A), and formed from one or more 
kinds of elements selected from aluminum (Al) 
and copper (Cu). or formed from a material 
containing those elements as ingredients. 



A semiconductor device according to claims 1 
wherein concentration of impurity elements for giv- 
ing n-type in said first impurity region ranges from 1 
x 10 16 atoms/cm 3 to 5 x 10 19 atoms/cm 3 . 4s 

A semiconductor device according to claims 1 
wherein a holding capacitance is comprised of a 
- semiconductorjayer disposed being, in contact with 
_said.second impurity-region r and containing as high so 
concentration of impurity elements as said first 
impurity region, an insulating layer formed of the 
same layer that said gate insulating film is formed 
of; and a capacitance wiring formed on said insulat- 
ing layer. 5S 

A semiconductor device according to claims 1 
wherein a holding capacitance is comprised of a 



11. A semiconductor device according to claims 1 
wherein said second conductive layers are formed 
from one or more kinds of elements selected from a 
group consisting of titanium (71), tantalum (Ta). 
tungsten (W), and molybdenum (Mo), or formed 
from a material containing those elements as ingre- 
dients. 

12. A semiconductor device according to claims 1 
wherein said semiconductor device is a display 
device using an organic electroluminescence mate- 
rial. 

13. A semiconductor device according to claims 1 
wherein said semiconductor device is incorporated 
into an electronic equipment selected from the 
group consisting of a personal computer, a video 
camera, a portable information terminal, a digital 
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camera, a digital versatile disk player, a goggle type 
display, an electronic game machine, and a projec- 
tor. 

** * 

14. A semiconductor device according to claims 2 s 
wherein concentration of impurity elements for giv- 
ing n-type in said first impurity region ranges from 1 

x 10 16 atoms/cm 3 to 5 x 10 19 atoms/cm 3 . 

15. A semiconductor device according to claims 2 w 
wherein a holding capacitance is comprised of a t 

— semiconductor layer disposed being in contact with 

— said second impurity region; and containing as high 
concentration of impurity elements as said first 
impurity region, an insulating layer formed of the is 
same layer that said gate insulating film is formed 

of;-and a capacitance wiring formed on said insulat- 
ing layer. 

16. A semiconductor device according to claims 2 20 
„ wherein_a„hplding„capacitance_is_cornprised of a ' 

semiconductor layer disposed being in contact with 

said second impurity region, and containing as high 
concentration of impurity elements as said third 
impurity region, an insulating layer formed of the 2s 
- ^ same layer thafcsaid^gate insulating film is-formed 
" — ofrand a capacitance wiring formed on said insulat- 
ing layer. 

-17. A semiconductor device according to claims 2 30 
wherein said first conductive layers of said n-chan- 
nel TFT and said p-channel TFT are formed from ' 

— one or more kinds of elements selected -from a 
group consisting of titanium (Ti). tantalum (Ta). 

tungsten (W); ~and~molybdenum (Mo), or formed 35 

from a material containing those elements as ingre- 
dients. 

18. A semiconductor device according to claims 2 
wherein each of said first conductive layer of said n- 40 
channel TFT and said p-channel TFT comprises a 
single layer or a plurality of layers. 

19. A semiconductor device according to claims 2 
wherein each of said first conductive layers of said 45 
n-channel TFT and said p-channel TFT comprises 

at least: 

a conductive layer (A) formed to come in con- 
tact with sad gate insulating film, and formed so 
from one or more kinds of elements selected 
from a group consisting of titanium (Ti), tanta- 
lum (Ta), tungsten (W), and molybdenum (Mo), 
or formed from a material containing those ele- 
ments as ingredients; and ss 
a conductive layer (B) formed on said conduc- 
tive layer (A), and formed from one or more 
kinds of elements selected from aluminum (Al) 



and copper (Cu). or formed from a t material 
containing those elements as ingredents. 

20. A semiconductor device according to claims 2 
wherein said second conductive layers are formed 
from one or more kinds of elements selected from a 
group consisting of titanium (Ti), tantalum (Ta). 
tungsten (W), and molybdenum (Mo), or formed 
from a material containing those elements as ingre- 

, cfients. 

21. A semiconductor device according to claims 2 
wherein said semiconductor device is a display 
device using an organic electroluminescence mate- 
rial. 

22. A semiconductor device according to claims 2 
wherein said semiconductor device is incorporated 

• ( into an electronic equipment selected from the 
group consisting of a personal computer, a video 
camera, a portable information terminal, a digital 
camera, a digital- versatile disk player, a goggle type 
display, an electronic game machine, and a projec- 
tor. 

23. A semiconductor device according to claims 3 
wherein concentration of impurity elements for giv- 
ing n-type in said first impurity region ranges from 1 
x 10 16 atoms/cm 3 to 5 x 10 19 atoms/cm 3 . 

24. A semiconductor device according to claims 3 
wherein a holding capacitance is comprised of a 

< - - semiconductor layer disposed being in contact with 
said second impurity region, and containing as high 
concentration of impurity elements as said first 
impurity region, an insulating layer formed of the 
same layer that said gate insulating film is formed 
of; and a capacitance wiring formed on said insulat- 
ing layer. 

25. A semiconductor device according to claims 3 
wherein a holding capacitance is comprised of a 
semiconductor layer disposed being in contact with 
said second impurity region, and containing as high 
concentration of impurity elements as said third 
impurity region, an insulating layer formed of the 
same layer that said gate insulating film is formed 
of. and a capacitance wiring formed on said insulat- 
ing layer. 

26. A semiconductor device according to claims 3 
wherein said first conductive layers of said n-chan- 
nel TFT and said p-channel TFT are formed from 
one or more kinds of elements selected from a 
group consisting of titanium (Ti), tantalum (Ta). 
tungsten (W). and molybdenum (Mo), or formed 
from a material containing those elements as ingre- 
dients. 
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27. A semiconductor device according to claims 3 
wherein each of said first conductive layer of said n- 
channel TFT and said p-channel TFT comprises a 
single layer or a plurality of layers, 

28. A semiconductor device according to claims 3 
wherein each of said first conductive layers of said 
n-channel TFT and said p-channel TFT comprises 
at least: 



ing layer. 



10 



a conductive layer (A) formed to come in con- 
tact with said gate insulating f3n% and formed 
from one or more kinds-of- elements selected 
from a group consisting of titanium (Ti). tanta- 
lum (Ta), tungsten (W), and molybdenum (Mo), is 
or formed from a material containing those ele- 
ments as ingredients; and 
a conductive layer (B) formed on said conduc- 
tive layer (A), and formed from one or more 
kinds of elements selected from aluminum (AO 20 
and c opper (Cu), or formed from a material 



containing those elements as ingredients. 

29. A semiconductor device according to claims 3 
wherein said second conductive layers are formed 2s 
from one-ormore*kinds-of elements selected from a 
group~consisting of titanium- (Ti). ; tantalum (Ta), 
tungsten (W), and molybdenum (Mo), or formed 
from a material containing those elements as ingre- 
dients. — * 30 

30. A semiconductor device according to claims 3 
wherein said semiconductor device is a display 
device using an organic electroluminescence mate- 
rial 35 
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A semiconductor device according to claims 3 
wherein said semiconductor device is incorporated 
imo-an*electronic*equipment selected 'frorrTf he~ 
group consisting of a personal computer, a video 
camera, a portable information terminal, a digital 
camera, a digital versatile disk player, a goggle type 
display, an electronic game machine, and a projec- 
tor. 



32. A semiconductor device according to claims 4 
wherein concentration of impurity elements for giv- 
ing n-type in said first impurity region ranges from 1 

— x~10 16 atoms/cm 3 to Sx 10 rs -atoms/cm 3 .~- ^~ 

33. A semiconductor device according to claims 4 
wherein a holding capacitance is comprised of a 
semiconductor layer disposed being in contact with 
said second impurity region, and containing as high 
concentration of impurity elements as said first 
impurity region, an insulating layer formed of the 
same layer that said gate insulating film is formed 
of; and a capacitance wiring formed on said insulat- 



34. A semiconductor device according to claims 4 
wherein a hokfing capacitance is comprised of a 
semiconductor layer disposed being in contact with 
said second impurity region, and containing as high 
concentration of impurity elements as said third 
impurity region, an insulating layer formed of the 
same layer that said gate insulating film is formed 
of. and a capacitance wiring forrhed on said insulat- 
ing layer. 

35. A .-semiconductor device^according to claims 4 
wherein said first conductive layers of said n-chan- 
nel TFT and said p-channel TFT are formed from 
one or more kinds of elements selected from a 
group consisting of titanium (Ti). tantalum (Ta). 
tungsten (W), and molybdenum (Mo), or formed 
from a material containing those elements as ingre- 
dients. 

36. A semiconductor device according to claims 4 
wherein each of said first conductive layer of said n- 
channel TFT and said p-channel TFT comprises a 
single layer or a plurality of layers. 

37. A semiconductor device according to claims 4 
wherein each of said first conductive layers of said 
n-channel TFT and said p-channel TFT comprises 
at least: 

a conductive layer (A) formed to come in con- 
— tact-with said gate insulating film, and formed 
from one or more kinds of elements selected 
^from^group-consisting of titanium (Ti), tanta- 
lum (Ta), tungsten (W). and molybdenum (Mo), 
or formed from a material containing those ele- 
ments as ingredients; and 
a conductive layer (B) formed on said conduc- 
tive layer (A), and formed from one or more 
kinds of elements selected from aluminum (Al) 
and copper (Cu). or formed from a material 
containing those elements as ingredients. 

45 38. A semiconductor device according to claims 4 
wherein said second conductive layers are formed 
from one or more kinds of elements selected from a 
group consisting of titanium (Ti), tantalum (Ta), 
t ungste n (W). and molybdenum (Mo), or formed 

so from a material containing those elements as ingre- 
dients. 

39. A semiconductor device according to claims 4 
wherein said semiconductor device is a display 

55 device using an organic electroluminescence mate- 
rial. 

40. A semiconductor device according to claims 4 
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wherein said semiconductor device is incorporated . 
into a electronic equipment selected from the group 
consisting of a personal computer, a video camera, 
a portable information terminal, a digital camera, a 
digital versatile disk player, a goggle' type display, $ 
an electronic game machine, and a projector. 

41 . A method of manufacturing a semiconductor device * 
comprising the steps of: 

10 

forming a first semiconductor layer and a sec- 

ond semiconductor layer over a substrate hav- 

_ rrring an:insulating:surface; rr—. ~— — 

forming a gate insulating film over said first 
semiconductor layer and said second semicon- is 
ductor layer; 

forming a first conductive layer-over-said-first 
semiconductor layer and said second semicon- 
ductor layer interposed said gate insulating film 
therebetween; * 20 
doping a_ region _of_said first semiconductor 

Iayer,.said-region.not.overlapping-with said first 

conductive layer, with an element that belongs 
to the group XV in the periodic table to form a 
first impurity region; 25 
^sdoping -said ^second semiconductor^ layeiy 
— ^restricting to a region that does not overlap with 
said first conductive layer, with an impurity ele- 
ment that belongs to the group XIII in the peri- 
odic table to form a third impurity region; 30 
forming a second conductive layer being in 
contact with said first conductive layer and said 

__~^gate insulating film; and — — 

doping a region of said first semiconductor 

layerrsaid region not overlapping with said sec- 35 

ond conductive layer, with an element that 
belongs to the group XV in the periodic table to 
form a second impurity region. 

42. A method of manufacturing a semiconductor device 40 
comprising the steps of: 

forming a first semiconductor layer and a sec- 
ond semiconductor layer over a substrate hav- 
ing an insulating surface; 45 
forming a gate insulating film in contact with 
said first semiconductor layer and said second 
semiconductor layer; 

forming a first conductive layer on said first 
semiconductor layer and said second semicon- so 
ductor layer so as to come in contact with said 
gate insulating film; 

doping a region of said first semiconductor 
layer, said region not overlapping with said first 
conductive layer, with an element that belongs 55 
to the group XV in the periodic table to form a 
first impurity region; 

doping said second semiconductor layer. 



' restricting to a region that does not overlap with 
said first conductive layer, with an impurity ele- 
ment that belongs to the group XIII in the peri- 
odic table to form a third impurity region; . 
forming a second conductive layer that is in 
contact with said first conductive layer and said 
gate insulating film; 

doping a region of said first semiconductor 

layer tt said region not overlapping with said sec- 

, ond conductive layer, with an element that 
belongs to the group XV in the periodic table to* 

: - -form a second impurity region; and . 

-^ removing a-part of -said- second - conductive 
layer. 

i 

43. A method according to claim 41 , further comprising 
the steps of: 

• forming a capacitance wiring on said semtcon- 
ductor layer extended from said second impu- 

rrty_region,.using.said-first conductive layer and 

_ _ . . — said-second-conductive-layer that is in contact 
with said first conductive layer; and 
doping said semiconductor layer extended 
from said second impurity region with an impu- 
■;. rity element that belongs to the group XV in the 
t—periodic table in a concentration as high as said 
first impurity region, to thereby form a holding 
capacitance. 

44. A method according to claim 41 . further comprising 
the steps of: 



forming a capacitance wiring on said semicon- 
ductor layer extended from said second impu- 
rity region, using said first conductive layer and 
said second conductive layer that is in contact 
w ith said first conductivejayer; and 
doping said semiconductor layer extended 
from said second impurity region with an impu- 
rity element that belongs to the group XIII in the 
periodic table in a concentration as high as said 
first impurity region, to thereby form a holding 
capacitance. 

45. A method according to claim 41, wherein said first 
conductive layer is formed from one or more kinds 
of elements selected from a group consisting of tita- 
nium (Ti), tantalum (Ta), tungsten (W), and molyb- 
denum (Mo), or formed from a material containing 
those elements as ingredients. 

46. A method according to claim 41 , further comprising 
the steps of: 

forming a conductive layer (A) of said first con- 
ductive layer from one or more kinds of ele- 
ments selected from a group consisting of 
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titanium (Ti). tantalum (Ta). tungsten (W), and 
molybdenum (Mo), or formed from a materia) 
containing those elements as ingredients, said 
layer (A) being in contact with said gate insulat- 
ing film; and 5 
forming on said conductive layer (A) a conduc- 
tive layer (B) from one or more kinds of ele- 
ments selected from aluminum (Af) and copper 
(Cu) or formed from a material containing those 
elements as ingredients. w 

47. A method according to claim 41, wherein said sec- 
ond, conductive layer is formed Jrom-one-or. more - 
kinds of elements selected from a group consisting 

of titanium (Ti), tantalum (Ta), tungsten (W). and is 
molybdenum (Mo), or formed from an alloy materia] 
containing those elements as ingredients. 

48, A method according to claim 41. wherein said first 
impurity region is doped with an impurity element 20 
that belongs to the group XV in the periodic table in 

an amount of 1 x 10 16 to 5 x 10 19 atoms/cm 3 . 



ductor layer extended from said second impu- 
rity region, using said first conductive layer and 
said second conductive layer that is in contact 
with said first conductive layer: and 
doping said semiconductor layer extended 
from said second impurity region with an impu- 
rity element that belongs to the group XV in the 
periodic table in a concentration as high as said 
first impurity region, to thereby form a holding 
capacitance. . . _ _ 

52. A method according to claim 42, further comprising 
the steps of: 

forming a capacitance wiring on said semicon- 
ductor layer extended from said second impu* 
rity region, using said first conductive layer and 
said second conductive layer tnat is in contact 
with said first conductive layer: and 



49. A method according to claim 41 . wherein said sem- 
iconductor device is a display device using an 25 
—organic etectroluminescence.material. -~ 



50. A method according to claim 41 wherein said semi- 
conductor device is incorporated into an electric 
equipment selected from the group consisting of a 
personal computer, a video camera, a portable 
information terminal, a digital camera, a digital ver- 
satile disk player, a goggle type display, an elec- 
tronic game machine, and a projector. 

51. A method according to claim 42. further comprising 
the steps of: 

-fbrming-a-capacitance-wiring on said semi con- 



doping said semiconductor layer* extended 
from said second impurity region with an impu- 
rity element that belongs to the group XIII in the 
periodic table in a concentration as high as said 
first impurity region, to thereby-form a holding 
capacitance. , 

53. ^ method according to claim 42. wherein said first 
•conductive layer is formed from one or more kinds 
of elements selected from a group consisting of tita- 
nium (Ti), tantalum (Ta). tungsten (W), and molyb- 
denum (Mo), or formed from a material containing 

: those elementsas ingredients. 

54. A method according to claim 42, further comprising 
the steps of: 

forming a conductive layer (A) of said first con- 
ductive layer from one or more kinds of ele- 
ments selected from a group consisting of 
titanium (TI), tantalum (Ta), tungsten (W). and 

. molybdenum .(Mo), or formed from a material 

containing those elements as ingredients, said 
layer (A) being in contact with said gate insulat- 
ing film: and 

forming on said conductive layer (A) a conduc- 

L ^tive layer (B) from one or more kinds of ele- 

merits selected from aluminum (AI) and copper 

(Cu) or formed from a material containing those 
elements as ingredients. 



55. A method according to claim 42, wherein said sec- 
_ond conductive, layer .isJormed from one or-more 
kinds of elements selected from a group consisting 
oUitanium (Ti).- tantalum (Ta), tungsten (W), and 
molybdenum (Mo), or formed from an alloy material 
containing those elements as ingredients. 

56. A 1 method according to claim 42, wherein said first 
impurity region is doped with an impurity element 
that belongs to the group XV in the periodic table in 
an amount of 1 x 10 16 to 5 x 10 19 atoms/cm 3 . 



57. A method according to claim 42. wherein said sem- 
45 iconductor device is a display device using an 

organic electroluminescence material. 

58. A method according to claim 42 wherein said semi- 
- conductor device is incorporated into an electric 

so equipment selected from the group consisting of a 

personal computer, a video camera, a portable 
information terminal, a digital camera, a digital ver- 
satile disk player, a goggle type display, an elec- 
tronic game machine, and a projector. 

55 

59. An electroluminescence display device comprising: 

a pixel portion and a peripheral driving circuit 
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portion formed over a substrate; 
at least a first thin film transistor for controlling 
current and a second thin film transistor for 
*i switching each being formed in the pixel por- 
tion; 

at least a CMOS transistor formed > in the 

peripheral driving circuit portion; 

wherein the first thin film transistor includes: 1 

a gate electrode having a first conductive 
layer being in contact with a gate insulating 
film, and a second conductive layerbeing 

- irnzin contact :with _ both said first conductive 
layer and said gate insulating film; 
a semiconductor layer comprising a first 
channel formation region, a first impurity 

region being in contact with said first chan- 
nel formation region, and a second impu- 
rity region being in contact with said first 
impurity region; 
' a pixel „electrode being electrically con- 

= — nected-to-said-second- impurity region of 

the first thin film transistor; and 
a light emitting layer being formed over the 
pixel electrode, 
-i^ wherein said first impurity -region iszdis- 

— ^"^posed'so^as'to^completely overlaps* with 
- said second conductive layer; 

an electrode being formed over the light emit- 
ting layer. 

60.~ An electroluminescence display device according 
to claim 59 wherein said light emitting layer is an EL 
layer. 



65. An electroluminescence display device according 
to claims 59 wherein said first conductive layers of 
,said first thin film transistor comprises at least 

5 a conductive layer (A) formed to come in con- 

tact with said gate insulating film, and formed 
from one or more kinds of elements selected 
from a group consisting of titanium (Ti). tanta- 
lum (Ta), tungsten (W), and molybdenum (Mo). 

io or formed from a material containing those ele- 

, ' ments as ingredients; and 

a conductive layer (B) formed on said conduc- 
"~twe T layer (A)~ahd fcrnfied-from-one or more 
kinds of elements selected from aluminum (A)) 

is and copper (Cu), or formed from a material 

— containing those elements as ingredients. 

66. An electroluminescence device according to claims 
• 59 wherein said second conductive layers are 

20 formed from one or more kinds of elements 
selected Jrom- a group consisting-of-trtanium (Ti). 

tantalum -(Ta). tungsten-(W); and - molybdenum 

(Mo), or formed from a material containing those 
elements as ingredients. 

25 

67. An electroluminescence device according to claims 
59 wherein said semiconductor device is incorpo- 
rated into an electronic equipment selected from 
the group consisting of a personal computer, a 

30 video camera, a portable information terminal, a 
digital camera, a digital versatile disk player, a gog- 
gle type display, an electronic game machine, and a* 
■ projector. 

35 



61. An electroluminescence display device according 
to claim 59 wherein at least one of the pxel elec- 
trode and the electrode is transparent 

40 

62. An electroluminescence display device according 
to claims 59 wherein concentration of impurity ele- 
ments for giving n-type in said first impurity region 
ranges from 1 x 10 16 atoms/cm 3 to 5 x 10 19 
atoms/cm 3 . 45 

63. An electroluminescence display device according 
to claims 59 wherein said first conductive layers of 
said first thin film transistor is formed from one or 
more kinds of elements selected from a group con- so 
sisting of titanium (Ti). tantalum (Ta), tungsten (W). 
and molybdenum (Mo), or formed from a material 
containing those elements as ingredients. 

64. An electroluminescence display device according 55 
to daims 59 wherein each of said first conductive 
layer of said first thin film transistor comprises a sin- 
gle layer or a plurality of layers. 
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